A profitable booke © 
declaring dyuers appromed re- 


medies, to take out ſports and ſtaines, 


in Silkes, Veluets, Linnen, and 
Wollen Clothes. 


With diuers colours how to die Veluets 


and Silkes, Lin nen and woollen Fuſtian 
and Threade. 


Alſo to drefle Leather, and to colour Felles. 
How Ii Gild, Graue, Sowder, and Verniſhe, 


And co harden and make ſoft 
Yron and Steele, 


Very neceſſarie for all men, ſpecially for thoſe 


which hath or ſhall haue any doings therein: with 


a perfect table hereunto, to findallthings 


readie, not the like reuealdein Eng- 
liſhe heretofore. | 


TAKEN OVT OF DVTCHE, 
and Engliſhed by L. M. 
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colour,to returne vnto his firſt eſtate againe. 


AKE OF VNQUVEN. 
ched lyme two ounces, of Dake 
„ alhes two ounces, ot cleare wa⸗ 
| P 20 v ter 2 pound, Then medvic them 
vol al together, and ſo let them 
IE / | reſt one quarter ot an houre, and 
k 2 ) then doe clarifie that water, and 

PR & | therewith waſh your cloth, x it 
wil rcturne vnto bis firſt colour 
and w xe faire againe as befoze, 


| CTowaſhaſcarlet which is greaſie. 


T.ake of white tartar well and finely beaten,foure oun⸗ 
ces: then boyie it in two pounde of fapze water, till the 
thy2d parte bee conſumed : then take it from the kyze, and 
let it coole, and then ſtraine it thꝛough alitnen cloth, and 
when you will vſe therof, make it then milke werme, aud 
wat there with your cloth. Then hang tt to bꝛy, and you 
ſhall ſee it fayze, and returne to his firlt eſtate aud colour 
ag aine. 


ro make all colours of ſilkes which be ſtainde, to come 
to their firſt colour againe. 


Firlk take one ounce of voquenched lyme, and of the a 
tes of a vine one ounce,alſsof aſhes of an Dake one ounc 
and a halfe. Put all theſe into a baſen of cle are water, aus 


meddle them all well togither, then heate then a little 0- 
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ner the fp2e, and when it is warme, take it ofthe lyze, and 
let it clariſie a while, ſo done, then take a ſponge and waſh 
your ſtainie ſpottes therewith, and ſee that yee weat no o⸗ 
ther place, but the ſpottte places onely, and ſo they will 
be well agapne. 


To make a ſope to take foorth greace or other ſpots, 
whatſoeuer they be, 


Take one pound of roch Allum burned and made into 
a fine poulder. Alſo take of the rootes c ald flames of Flo» 
rence ( ſo called in Dutch) halte a pound : then beate it in 
to apoulder, Then take anew layde egge,# of white ſope 
two pound and a halfe, then blend pour poulder, and your 
egge and ſope altogeather well, and thereof make pellots 
oꝛ bals, and if one egge bee not ſuffitient,thentake two oꝛ 
ſo much as ſhall ſuffice, to make pour ſayd paſt withall, æ 
when ye ſhall haue occaſton to take foozth any ſpotte, take 
firlk of common water and wach pour ſpotts on both ſides 
withall warme, then take of the ſaid pellots, and rubb all 
ouer the ſpattes in the cloth, ſo done: then waſhe out the 
filth with fayze cleare water and if there remayne ſome 
part and be not all cleane, waſh it againe as afoze is men⸗ 
tioned, till it be all cleane, and ſo ſhal pee haue it as fayze 
as befoze, 


Another good way to take foorth ſpottes of greace 
out of anye woollen orlinnen, 


Take firft a little fayze water, all to weate and rubbe 
therewith the ſaid greacie ſpottes. Then take a quantitye 
of walkers claye, called Fullars earth, and rubbe a little 
therewith pour ſpottes all ouer . Then rubbe and chafe 

your 
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your cloth one vppon another, ſo done, take a ſiluer ſpoone | 
oꝛ ſuch like thing, and ſcrape out the ſayde filthie water 
and greace, and if then it bee not all cleane foozthe, 
doe ſo agapne. as befoze is mentioned, and then take a 
little warme water, and all to we ate the ſaydplace there 
with, ſo done. Then wzing and ſcrape it foozthas the 
other afoze. Being then cle ane, let it be dʒyed and it will 
be well. 

To take away all ſpottes on coloured Clothes, 
be they linnen or woollen, 


Ik there chaunce by foztune, to fall a dꝛoppe of ynke,o2 
any other ſtaine, vppon anp cloth dyed 02 coloured, 02 be⸗ 
ing cleane white, woolledo2 linnen. Ye ſhall doe as here⸗ 
after followeth , that is: take ofthe iuyce of rawe Lem⸗ 
mons, oz the iupceof a great D2ange Apple, which hath a 
hard pill oz ſkinne, which the Jtalion call Pommes Da- 
dam. Oz if pe will take onely the egar 02 ſharpe iuyce 
wbich is in the ponncitron, and ſtrayne it fooꝛth thereof, 
and withthe iuyce pee thall all to rubbe and chafe the 
ſayde ſpottye places, and then waſh it with luke warme 
water, and ſothen ſcrape out all the filthe thereof, with 
fome ſpoone as afo2cſavde, oz wing it cleane foo2th with 
pour handes . Ifat the Firlke tyme paraduenture it bee 
not cleane, vle it likewiſe agayne the Seconde time, as 
befoze, and ſo your clothe will come vnto as good eſtate 
as it was at the firſte, noꝛ this ſhall not hurte any colour 
thereof, 


Another good way to make cleane ſpotts of greace, out 
of all Woollen clothes. 


Take an he arb called wood ſoꝛrel, oꝛ ſtubwoꝛt which is 
greene, nn "Sag ſtubs ok elde trees, 
3 and 


and hath thee mall leaues Tyke a hart, it caTech Gary? 

like other ſozrell. Which hearbe ye ſhall diſtill in alym- 
bec, and ſo reſerue the diſtild water in a glaſſe very cloſe, 
and when you neede to take foo2th any ſpatte of creace, 
then take ofthe diſtilled water, and rubbe therewith all 
ouerthe ſapd ſpottes. Then chafe your cloth one vppan a⸗ 
nother: ſo done, take a ſpoone, o ſome other lyke thing, x 
take away the ſaide filthie water there with. Then if it ve 
not al cleane, do it likewiſe againe as befoze, with the dis 
ſtilled water warmed, and then pe ſhall ice it will do wel, 
and ſhew fapze and cleare as it was at the ſirſt. 


Another good way to take out ſpotts out of 
clothes with a lye. 


Take thꝛee pintes of water, and put therein halle a 
und of pot aſhes, and ſtirre it well altogether. Let it 
ſo ſtand the ſpace of foure dayes, but pe muſt in euerp day 
ſtirre it thꝛee 02 foure times , So doone, poure foozth 
the cleare water trom the aſhes, and put of galles therein, 
then it will war a greene: but ik you will haue it a black, 
then put a little ſoote to ſoake in fayze water, and put 
that blacke water therein, Mith this warmed, pe maie 
waſh your ſpottie places in any place of pour clothes, aud 
it will take it footth kayze and cleane. 


To perfume clothes. 


Take a viall of Roſe-water , in the which ye chall put 
eyghteene oz twentie graynes of Muſke, and Ciuet, with 
a little of Ambergreace, then let all on the fier, and when 
it begins to ware warme, take it from the ſter, and let it 
coole, and ſtoppe it cloſe the ſpace of two dapes, and when 
pee will pertume pour clothes there with. Set it on the 
ty2e agayne, and being warme, holde your Clothes oucr 

it, 
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it, and lo hall rereiue the tume, 


To take out ſpottes out of gownes and 
| Clothes. 


Take the rootes of Limonion, cald in Latin, in Engliſh 
Itake it to be the wild Bete. Take the rootes and ſeeth 
them in water, and with the lame water, waſh the ſpotty 


places in pour gownes oz other garments, and it will bee 
cleane. 


To make a ſope to take out (| pottes ofoyle 
and of greace. 


Take ok good ſcow2ing lope, and mixe it finely with 
the ſifted alhes ol a vy ne, of eche of like poztion, then put 
thereunto a quantitie of the powder of burnt Allum, and 
alſo of the lyes of wine, beaten into a fine poulder, and put 
it thereunto, then mixe and incozpozace all theſe well to- 
gether, then make thercof ſquare bzickes,02 rounde bals, 
and when you ſhall haue neede to occupye thereof, then 
take of warme water, and rubbe and chafe all ouer your 
ſpottye places, and then rubbe thereon with your lope 
ball, if then it bee not all cleane, then mult pee take your 
warme water agayne, and rubbe and chafe it, as pee did 
befoze, and then your ſope, and ſo at length pe ſhal haue it 
tleane foozth, | 5 


1 


Avery good way to take out ſpotts of oyle 

out of clothes. 

| | 
Fyrft pe (hall take of the ople of fartar,and rubb there- 
with on the ſpotty places, and then ſcrape it awap incon- 
tinent againe, then ye ſhall waſh it well with luke warme 
water, and thꝛee oz foire times with colde water, ſa then 
2 4 wzing 
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wing it fooꝛth, and ſee if all the ſpots bee cleane out, if 
not, waſh it agayne, ſo long as you did befoze, and ſothe 
cloth ſhall bee as fayze as it was when it was new, ſo ve⸗ 
foze any ſpots came on it. Their is allo another wape, o: 
to take fooꝛth ſpots with this ovle of Tartar, but becauſe 
JT haue nor che true knowledge chereof, J will not heere 
expꝛeſte it. 


A ſope watet to take out all ſpots. 


Alſo, ſome doe vle to take the water wherein ſtrawber⸗ 
ries hath beene ſodde, and with that water ye ſhall weate 
and ſoake the ſpottye places, then take fayze water, and 
waſh out all the filth thereof, ſo doone : take and hang 
t tu dye, and it will bee ſo cleane as befoze 

was. 


A ay to take out yron moles, out of all 
linnen cloth. 


' Take and wꝛing foozthſo muchof che iuyce ofthe ſow⸗ 
reſt Ozange, oꝛ Lemmon that pe can get, then take ofthe 
fame iuyce, and rubbe the place of the yꝛon mole ther with 
ſo let it dꝛye, and euer as it dꝛyech in, rubbe it otter agayn, 
thus doe often, and euer as vou haue weat it, let it reſt and 


dꝛye in the ſunne, and at length pee ſhall ſee it will bee all 
kooꝛch and cle ane, 


Away to take out ſpots in ſcarlet ofveluet of what colour 
or ſort ſoeuer it bee, not chaun- 


ging the colours. 


Take a hearbe (called of the ſurgions) Saponaria, fn 
frenche called Foullons, in Engliſh Sope wont, heat them 


olt, and take out the iuyre, and put thereof on the * 
85 WET . 
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then let it ſo ref the ſpace ok one houre if it be in ſommer, 
but if it bee in winter let it reſt foure houres, then waſhe 
thoſe ſpotty places with kayze cleane water, ſo ſhall it be 
cleane to ſeeme too, but put once againe the ſapde iuyce 
thereon. Alſo if the ſcarlet be not dyde in the cleare grain 
then map yee put thervnto halfe of black fope , with ſo 
much of the layde iuyce, ſo mingle it together, and then 
frote it thereon, then let it be waſhte in luke warme wa- 
ter, and chen ye ſhall ſee the ſpotts cleane foꝛth. Fo2 this 
way is pꝛooued by experience to be true. 


Another way to take out yron moles out 
2 of linnen, 

Make achafer ſeeth full of water, then take your cloth 
and wet it with the tupceof Limons, oz ſower Dꝛanges, 
02 crabbes, oꝛ ſower wildinges, and then holde it harde to 
the ſide of the chaker, and euer as it dꝛyeth in, weat it (fill 
agayne, till pe ſee the moll go foo2th : fo2 all theſe thinges 
akoꝛeſayd are good, but the iuyce of Limons and Dzen⸗ 
ges are the beſt. So euer as pe haue weate your ſpottes 
with the ſayd iuyce, holde it then hard vnto the ſpde of the 
chafer, as is afozeſapd, thus doe vntill it weare awap, foꝛ 
this way hath been pꝛoued true often. Oz take the boy 
ling iuyce of Soꝛrell, and lay it therein, and rubbe it with 

the backe of a ſpoone till it be out. 


How to take out oylie ſpottes out of parchment 
or writing paper. 


Take a mutton bone and burne it to poulder, then let 
it be kyne beaten, then put of this poulder on both ſydes of 
pour ſpots, and let it be pꝛeſt betweene two hard booꝛdes, 
the ſpace ok two dayes, then take it out, and ye ſhall ſee the 
oyle to be cleane gone, be W parchment oꝛ paper. 


Another 


L 
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Another way to take out ſpottes of 
paper, 


He ſhall take off the water willow boughes , and make 
albes therof, o2 aſhes of the buds of the vine, with v huſks 
of greene beanes, ſfeepe them in water a day and a night, 
then put of the ſame water on the ſpots, then pꝛeſſe it, and 
let it ſo remapne fo2 a dape and a nighte, o as ye ſhall ſee 

cauſe, and pee ſhall ſee it will doe well, 


Avery good way to take out ſpottes 
of clothes, 


Take of the rootes ofthe hearbe called Gentian, in en- 
glich bzome, take and burne of it and make aſhes thereon, 
and with the aſhes make a lie, and with the ſaid lie ye ſhal 
wach pour ſpotty clothes, and in a ſhoꝛt ſpace it will take 
away all the ſpots therof, Mell pzoued, 


A good way to take out ſpottes out 
of woollen, 


Take aſhe water, and the powder of Allum together, 
then take ot the aſhes thereof , and lay it vpon the ſpottye 
places on the cloth, and when it is dꝛie: doe ſponge it off, 
and pe ſhall ſee it cleane. 


Another againſt ſtaines in linnen 
cloth. 


Firſte take your cloth and rubbe it well all outer with 
baye ſalte, then take an Ozange and cutte it in two, and 
wing the iuyce thereon , and laye the ſaid: Dzange vp⸗ 
pon the ſpotces alſs 3 and ſo let it xeſt an hower oz = 

en 
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then lay them in abucke and wach them, and they will be 
fay2e and cle ane. Dz elle pe may lay thereon the iuice of 


ſozrell and ſalce, and ſo put them into the buck as is afoze 
{ax d. 


— n 
= * 


CA way to keepe ſilke from ſtayning in 


the waſhing, 


Take fayꝛe water and ſeeth it, and being all ſeething 
hote , put therunto ok ſope and let it ſo melt therin, then 
f take it trom the fy2e, and let it coole til it be almoſt colde, 
| and then at your pleaſure pee may waſhe therewith your 
1 clothes, and it will ſcoure well, and not ſtayne pour ſilke, 
5 


„„ ee „ On 


| and after pe haue waſht them, doe not let them lye weate 
| long together, but lap dꝛye clothes betweene , 02 elſe they 
be in daunger to ſtayne: and this way you may ſaue both 

Sylke and Golde withoute chaunging of theyz co - 
lour. | 


Another verye good way tokeepe Golde 
from ſtayning. 


Firſte take pour Golde and annoynte it all euer 
ö with goed Honye, then ſette it in the Sunne, and 
lette it reſte the (pace of halle an houre, and nowe and 
then lette it bee turned in the Sunne. Then after 
take and waſhe it in the fozeſayd ſopie water, and this 
way it ſhall neuer chaunge no2 ſtayne, but keepe colour 


long, 
| ET Howe to bucke linnen clothes, and to 
ſcoure out all ſpottes of 
| greace. 
| Firſte pee ſhall lape all your foule clothes to = 
| | B 2 n 


. . 


„ 
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in colde water, then dziue them as pee doe a bucke of 
clothes , and when they are well dꝛiuen: then ſhall yee 
take them all foꝛth ok the bucking tubbe, then Tape them 
ag ayne abꝛoade in the ſayde tubbe, without any lye, and e⸗ 
ue r as pe lay them betwixt euery cloth: ſcrape of chalke 
thinne all oner, thus when pe haue all lapde them: then 
put of your lye vnto them, and ſo chaunge your lye twiſe 
oz thʒiſe after, then take and wath them foꝛth, and the y 
will be fayze and cleane without greace and very white 
withall. 


CA good way to keepe linnen fayre 20 yeares without re- 
mouing, and will not waxe moulye 
nor rotte. 


Fyrſt take pour linnen in marche (ſo much as vou in⸗ 
tend to keepe vnremoued) and waſhe them, and then dzye 
them fapze agayne. So laye them vp in pour cheaſtes 
vntill May next following: then ſhall ye take them oute 
and waſh them agayne , when ye haue lo waſhce them, 
looke that ye doe then dꝛye them thoꝛowly and well, and 


then folde them kapꝛe vp, aud lay them in your cheſtes oz 


pꝛeſſe, and pee ſhall not nee de foz to remooue them in 
twentye ycares after, pet they ſhall continue dꝛye and 
well. | 


How toſ ponge woollen clothes. 


Take a quarte of fapze water, and let be heat lube 
warme on the ſpꝛe, then take a quantitie of walkers clay 
and al to cruſh it therin, then let it ſtand vntil it be elcare, 
then poure that water into another potte, and ſet it onthe 


\p2e againe , till it begin to ſeethe: then take of Uenice 


ſope, oʒ other good ſope, and put thereof into the layd was 


ter, in ſterring it well all aboute, then take it of the fy2e 


ans 


end all hote, ſponge 02 cccupye therewith at yeurpleas 


ſure, in making it always warme, eucr when pee will 


occupye thereof. * 


How to make crane colour Fuſtian to be as fayre can- 
uas as at the firſt. 


Firſt foz the pꝛooke thereof, take a peece of crane cos 
leur Fultian, and take alſo as much of the iuyce of Ozen⸗ 
ges, 02 Limons as will weat the lar d peece thozowe, then 
let it reſt and dzte in, and the ſapſyFaſttan wil be as faire 
canuas as it was befoze it was 0gZoured, thus if pee can 
get fo much iuyce of Dzanges, 82 Limons, fo2 to ſerue 
your purpole, yee mape returne the colour againe „what 
quantitie ve e ſhall thinke good, fo2 this hath been well 


pꝛoued. | 


Thinges to keepe moughths from clothes, very good 


in ſommer and other times. 


The flying moughths will bee in the beginning of 
June, and continue till Auguſt, but they are chiefly from 
mid July to mid Auguſt . The running mougth hee will 
continue in pour cheaſts all the peare long, winter and 
ſommer, whiche are greate ſpoylers ok geare and other 
thinges. Foz the flying moughth. Take the powder made 
of dzye Ozange Pilles, and the powder of Elecompane 
rootes mixt together, and ſo caſt it among pour clothes, 
alſo perfume in a chalingdiſh of coles yt ur dloihes there⸗ 
with. Thus you may vle quar tet ly, and it v ill ſave them. 
D2 pe map take the powder of Arras, with the powder of 
Ginoper, alſo the powder ok Sitrinum, caſt «meng cloths 
ſaues them from moughths. TWezmewood ez Leuendar 
ſmall pꝛeuaileth. Some vleth ople of ſppbe ta annopute 
their cheaſts, and hang it in 3 therein, Some mw 
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the hearbe called Flewoꝛt. in Latin pulicaris, which if ye 
lay it in your chamber, no flea will bꝛeede, ſome take 
bzimſtone, and perfumes therewith, but fo2 the running 
mougth J know nothing but ſtrong perkuming, and re- 
moouing your geare. 


_ 


A way for to take out ſpottes of wollen 
clothes, 


Take and ſeeth of common aſhes in fayze water, and 
the pouder of Allum tagether, and then take ofthe laide 
aſhes and lay therot arothe ſpots andſo rubbe it in, then 
letif'd2ye , and when it is thoꝛowly dzyde, then take a 
* and ſponge it away, as it is declared of the other 
ako ze. 


CA good way to helpe all ſtaynes in thinne ſilkes 
and woollen clothe, 


Take ok good ſtrong vineger, and make it luke warme, 
then dip a black cloth therein, and then rubbe therewith 
your ſtainy ſpots al ouer: ſo done, then take away ſo much 
of the ſayd fylth as ye can with a ſpoone, as fo2 the reſte, 
pe mult haue all re ady a tailoꝛs y2on hote, and lay a pecce 
ofblacke cloth on the ſpottes betwirte the y2on and the 
cloth , and ſo dꝛie out all the reſt of the ſaid filth with che 
hote yꝛon, and then yee ſhall ſce it will doe well and bee 
kayze. 


A pleaſaunt water to preſetue linnen, or any other 
ching, yielding a pleaſaunt ſauour 
a long time after. 


Take 2. pound of ſpike flowers, as much ok roſe leaues, 


vne pound of colt mary. with halfe a pound of martozam, 
| as 


ccc 
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as much oł Balnea , two great hand full of D2gany oꝛ pe⸗ 
niryall, foure ounces of mace, a quarter ot a pound ot Ar⸗ 
ras poulder. let all theſe well ſoke together in red wyne, 
then put it all into a pot cloſe ſtepte that the ayze doe not 
paſſe , Let it ſtande ſo the ſpace of foure and Twentye 
houres , then let it bee put into a diffillitozie , and ſee 
that it bee well ſtopte (rounde aboute) with flowze , 
egges, aud water, mixte well together, and ſee that 
no ay2e do come noꝛ go oute, but at the ſpoute onely. Up- 
pon the end thereof, pee ſhall hang a fine linnen cloth with 
a grayne of muſke oꝛ Ambergreace within it, vppon the 
which pee ſhall alwayes let the ſpoute dꝛoppe on, and yee 
{hall ſee it will bee a pure water foz that purpoſe, pe ſhal 
alſo take to the diſtilling of the fozeſaive thinges, halte a 
pounde ok bap leaues, ſo Gall this water bee good fo? the 
purpole as is afoze mentioned, 


A good way to waſhe a ſhirte, and ſauethe 
Golde or Silke thereon, from 
Raining , 


Take a ne we ſhirte fpzſte of all afoze it bee euer weat, 
and [ape the coller and ruffes oz ſilke in piſſe ſomewhat 
warme halfe an houre ſpace, then take it foꝛth, and then 
waſhe him in hot e ſcalding lic ar, oz ſeeth him, and it hall 
neuer ſtayne the lilke. Ik pe baue not piſſe, ye maye take 
groundes of ſtrong beere oz ale, and let the ſilke lye theres 
in, the night befoze ye doe waſh it. And this hath been oft: 
pꝛoaued very true. But alwayes pe muſt ſoꝛe ſee, that 
yee hang not ycur clothes in the hote ſunne, after they be 
walbte , but lape another cloth thereon betwirte the 
Sunne and it, oz elſe the Sunne wyll chaunge 
boch Golde, Diluer, and Silke. Therekoze it is better 
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to hang them in ſom? place of om alter their wathing, 
if ye can. Alſotoſope your water to much, oꝛ your clothes 
is an occaſion to ſtaine both golde and ſilkes. A very good 
wap is: firſt co melt your ſope in the lycour, and then let 
it coole, and lo to walh pour clothes therein, 


Agaynſt clothes ſtaynde with wine or 
viniger. 


Take of warme Cow milke and wah pour cloth ther⸗ 
in, 02 waſh it in whay & ſalt, other elſe as ſoone as your 
clothes are ſo ſtapnde by miſchaunce of wine oz other 
thinges, doe calt of ſalte thereon incontinent, ſo then it 
e pꝛeſerue it from ſtapning, whether it bee wollen oz 
innen. 


A very good way to take forth waxe ot roſin dropt 
on filke,wollen or linnen, 


Whereas ye ſhall haue any ſuch occaſion to take foꝛth 
ware oz Roſin dꝛobt on any ſilkes, oz other clothes, Firft 
ye ſhall make a pꝛeſſing pꝛon hote, oz ſome ſiluer ſpoone, 
with a coole of fp2e therein, take ether of them when they 
be hote, and ſirſt whereas any Roſtnoz ware is dꝛobt, yee 
ſhall firſt rubbe on the ſode dꝛoppes of ware 62 roſin all o⸗ 
uer: with the end of atallow candle, then take either pour 
pꝛon oꝛ ſpoon? afozeſavd , and holde it chereon, laping a 
peeceof bꝛowue paper bet wirte your yꝛon and pour war, 
then after pee haue a little ſo touched it with the heate, 
(the ware and tallow will mingle together; and lake in» 
to the bzoune paper) thentake it off, and annoynt it with 
the ſapd tallow ag ayne, and then holde pour hote p20n; 02 
ſpoone, as bekoꝛe, and thus pe muſt doe, as often as ve ſhal 
ſee cauſe,vntill it be all cleane foꝛth. It the ware be dꝛopt 
thoz0w on both ſides, vſe thꝛ one ſive like the other, and fo 
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pte ſhall get it cleane: and looke euer that pe ſhift poure 
bꝛowne paper to a cleaner place, from the place it was 
pefoze touched with ware, and this oꝛder keeping, it hall 
be all well and cleaue. Often pꝛoued. 


A ſope to take out all ſpottes in 
woollen cloth. 


Take of Uenice ſope a quarter of a pound, che polkes 
of thzce egges, of (alt finely beaten halfe a ſpoonefull, of 
the iuyce ofbetes, halle a ſpoonefull, 02 as much as will 
make it thick like a paſte , then make chem into pꝛetye 
balles, and let them dꝛye out ofthe heate of the ſunne, in 
ſame Cadow place, and whenloeuer pe will occupy there ⸗ 
| ok, firſt wet pour ſpots thozowe with fapze cleare water, 
| and then take pour ball and rubbe it thercon, and waſh it 
| then clean fo2th as is afoze mentioned ofthe other, thus 
doe, aud pee ſhall ſee that they ſhall be cteanfo2th, as 
bekoze , 


| Anotheeforthe ſame, 


| Fyꝛtte pee ſhall take of white ſope halfe a pounde, and 
imzead it very ſmall, then take ot the gall ofanore ; oꝛ of 
| a hee Goate, with ſome Allum,ofepther of them an ounce, 
| take the polkes of two egges, with a quantitte of fine ſif- 
td .:d aſhes, put them altogether in a moꝛter, and beat them, 
and when they be well mixt, make them into balles, and 
| whenſocuer pe ſhall neede thereof, cake offayze warme 
| water, and rubbe the placeallouer therwith, and then 
| ſtrike with pour ball thereon , and then ſhall pee rubbe 

cloth vpon cloth, and wache it then Bork. as EEE, 
andit wil be clean," 2387765 
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Another way good to helpe ſ — 
* or ſtaynes. 


Ye ſhall firſt take halfe a gallof an Dre, the older the 
better. offenygreke made in fyne poulder halfe a pounde. 
a quarter of a pounde of white ſope, a gallon of Frong 
common lye, mire altogether there in, and ſrt them on the 
fyꝛe, and ſeeth them ſoftly till they be halfe waſten, and 
whenſoenuer ye will occupye thercef, heate it warme, and 
walh pour ſpottes there with, in miring it often with faire 
colde water, and it (hail doe well, 


How to take out ſpots of white ſilkes, ot 
other colours; 


Take ofthe bet and ſtrongeſt Aquavite, thee pintes , 
with the which you ſhall wete your ſpottes,+take a news 
layde egge and beate it, and tub thereon our ſaive pats 
and ſo ſct it in the ſonne and let it dꝛye in, this done, waſhe 
it then with a freſh and cleare water, and then wing op 
pꝛeſſe the ſaid water fozth, oꝛ pꝛeſſe it bet wirt your hands, 
and ſa they ſhall be tle ane, as to2 cloth in grapne, pe maye 
wach the ſpots well with Allum water, then rubbe cloth 
vnto cloth, and ſo wach it foꝛth with cleare water againe, 
and it will be well. Tf it be not at the firſt all cleane oute: 


doe ſo like wiſe ag aine, ſo long as pe ſhall oy caule of any. 


ſyots remapne, and ſothey ſhailve well. 


A proued way how to take out oylie erde NY 
out of cloth. | | 


0 ike ofthe ole of Cn ſo mueh as will couer your 
other ſtaynes, and put it thereon, and ſtraighte way take 


k off againe , and waſhe it then well with tap2e TR 
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after ye haue fo rabde it: che veluet wil lye, then mut 
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water. Then take cold water alſo and waſh it iii. oz 
times ouer ,after that, inc 


hanging it ſtill with — * 
ter, this done, you ſhallſee it wil be as tayze as the tet. 
and as it was bekoze. 


| Another way to take out all waxe, Roſin or pit che on 
4: 2 Silkesor other clothes, | 
| | 

Firſt take of tallow oz other greace (be it ſalt oꝛ freſh ) 
and melte it, and being ſeething hote, put thereof on your 
ſayd ſpottes of ware, Roſine, oz Pitthe, then take of hote 
licoꝛ, and hold yout ſayd ſpoctes therein, æ then tub cieth 
vpon cloth. betwirt your hands. So done, cheu wꝛing fozth 
the ſapd greazie water, and if pe then (ee it will noc be al 
tleane fozth, ſerue it ſo againe, annoyntiug poure [ayde 
ſpottes with rallowe oz greace, and then doe cles 
foozch the grelpe water as'afoze is mencioned'; F. 
this wayr hath bene well and ofeen pꝛoued, and oery 


healpe | 


| 

| 

Jo rake foorth greace out of Silke, Veluer Mocer 
do or athers, 


Take and heate water and put a hanful of cleaue fea: 
thers therin, + then let it caole tel ye may ſuffer yout hand 
therin , lay your ſilke abroad. and take pour feathe :s aud 
rub alauer the ſpot, then ruh therouer with Caſtile ſope, 
and then with your feathers again al vp down, weting 
them twile oz thꝛile, # ſo rub it vp æ downe, then wzing it 
alittle and dꝛy it in the ſunne oꝛ wind: but if it be Uel nee. 


take cloth of woollen. heat it; then annoynt it light ou 
with butter. x chafe your cloth together, to rub in y but- 
ter, then heat it a little, rub your veluet vp & down tber⸗ 
with, t it will then riſe again, & be as fapze as befoze, 


4 
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. 
"They cake 74 Craight bones in theeyes fecte that are 


ſodde, and dꝛye them and make them into poutder , with 


the which you (hall lay on the ſpotted cloth, layd iu the 
Sunnc, and ruvbe this poulder thereon till * all 
(ooh. 


To dye wooll ied, 


De ſhall put too foure pound ok woollen ye arne, tenne 
ounccs of Allum, and ſeeth it with bzanne water ſo much 
as pee ſhall thinke good, then take pour pearne oute, and 
put that water out of that kettle , aud put therin agapuc 
thee partes of freſh bzanne water, and one parte of fayze 


cleare water, then warme it a little on the fire , then put 


therin two pound ol grening weede, and let it lo warme 


a while, then put therin your wooll, and ſtyz it well with 


a ſticke the ſpace of thꝛee howers, but let it not ſeech in a⸗ 


ny wiſe, ſo done, then take out pour wooll agayne, and pur 


it agapne into poure kettle, and put thereto halte a gladſe 
full ot vnlleakte lime, with as much of common aſhes, and 
thereto put your wooll ag ayne, and ſtyꝑre it with a ſtafte 
fire 02 ſeuen Paternaſter whiles, then take foozth poure 


wooll, und pee ſhall haue a fayze collour. But if yee will | 


haue it pet a Moze ſanguine coloure , then muſt you putte 
into your kettle halte a little glaſſe full of moze lime, any 
a litt lglaſſe full of common aſhrs, and the reto put youre 
wooll agayne, and ſtirre it wetl ſtili foure oꝝ fpue Pater: 
noſter whyles, then take fo2th your wooll and walh it, 


and ſo * ſhall haue a very fayze colour. 


| Another way to make wooll a fayre ted. 


themlecthrogether a little, then cleanſe it thozow a ſiui 


c is 
from the ficr,and irre it well. Then cover it cloſe Wn 
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ten &5xour u oell is made red aſtet the faſt mani r 
then ſtall ze ceſt awap that licout ihat is in the hett 
ar. d put into it fa ze water, and put ihi teto the cruſe f 
ot lay ze made ipe of cemmon aſbes, and ti ert in put al 
anounce of Allum, then as ſoone as it beginnethto ſceth 
put iht rin cur weoll , and d yzte it wellthcrinfeme £2 
fine patteincCer whiles, then take it foozeh and weſte ir, 
nd ſo yt ſhall haue cur u coll e fapze colour. This mia: 
ner ol dying is aftcr the czder of Dozneke in Flaun⸗ 
Ders. 


To dye a fayte yealowe, | 


Ifyce will dye xealow with woad, take cffthe 1 
d 


learis, end tut off the rectee,then tut thim inpeces, s 
lay thi m te ſele in ij t olten mon aſſes thice hours, thi 
ſceth it a quatt t of an hcwer, til ce thinke it be mtetely 
well ſodde. Then put therein two quartes of water, a 
as much ſtale Uzine et ſire daxes old at the leaſt, ſo ! 


and then put vnto the ſame ageyue, of lxe and ine 
aſozeſoyd ; Then Llraine itthozow a ſapʒe cloth and ſecth 
it, and tat wo peunde ol woad take two pounde of Uerde⸗ 


gteate, with the lye that yte haue ſod, your woad and all. 
putting them in pour ſayd celleur, which inuſt be medled 


and will ſtirred ell togttber. Then ſhall pee bop le it all a 
tilt, and it ſhall bee well. 1 


Another colour to dye ayealow with | 


Takeandſcta pet with watt ren the fire, ant mate 
it wal me, then teke aſhes made ol Dken veete, and teſt 
therof into the pot with water, and being warme, ta 
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nert vaye, Then poote the cleareft lye thereof 8 a 
clothe ſoftly into another veſſell oꝛ pan, thentake of good 
wood, and bzeake the rootes off, and then cut them ſmall, 
then walh e rince them in cold water, e then put them in⸗ 
to the lie, and t here let them ſoke a nigbt, then take e ſeeth 

it, till the halke be conſume d, and when it is well ſod, then 
all, hote clenſe it thozow a fayꝛe cloth, then muſt ye haue 
of verdegreace well © finely beaten into pouder, and blend 
thereof with a ſpoone among your other ſcuffe, this muſt 
be done incontinent therevpon, and alſo pour Ive thervn⸗ 
to muſt be very Frong made. 


How to dye linnen or thread red, 


As when ye will dye anye Linnen oz th2eade red, yet 
Hal take one pound of lainfſeure and let it lebe halke a day 
and a nighte in water milke warme, then put it into a 
*thicke bagge oꝛ ſacke, and therein woche and rynce it in 
the riuer till the bagge bee therewich red, then wine; 
the water well kozth, and ſo take oute your Sam⸗ 
floure, and ſpꝛe ad it vppon afayze booꝛde oꝛ Table and 
utrake” (as ic were) a little thinne bedde therof, then 
ſtte we thereon of white aſhes, in making beddes of poure 
' Hamſlenre, and when ye haue ſtrewde them with aſhes, 
© pe ſhall take to one pounde of Samſleure, a quarter of a 
pound of aſhes, which aſhes muſt be burnt and made ol the 
lyes of white Mine, and it muſt be well chafte betwirte 
your handes, the one againſt the other, then make thereof 
a ſmall heape, and ſo let it reſt the ſpaceoffyue houres. 
Then ſhall ye rubbe it agayne till it ware warme, then 
haue ready afayze baſon, and ſette it vnder your ſtuffe, 
that it map runne therin, and allo wzing out the iupce 
therok into the layd Baſon . Then call therein a pynte 
of wine vpneger that is very good, then yte maye putte 
. therin a pounde of pearne 1 and it ſhall doe well. But 

co 
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to dye yout Linnen cloth. yee ſhall put it in befoze youre 


yearne 02 Fuſtian. Then lap it therein day and a night, 
thencake foꝛth your linnen oꝛ pearne, and then put there · 
in a gallon of aſhes of the Ale tre, and there vnto youre 
linnen, yearne, oz fuſtian, aud ſo let it lye therein halfe au 
honre, then take it oute and wzing it as well as you can, 
then by and by hang it in the lunne, then take that water 
that pe ſoked firſt pour Samflcure in, and ſfrapne it ( as 
afozcſapd ( into the baſon vnto the other colour, then put 
therein a glaſſe full ol Aineger, and then you maye putte 
therein pour pearne, ſuſtian. oz linnen cloth, ond doe Wie. 
vnto as is afozelapd, 


Another way to dye Linnen in a fayre ae 
redde colour. wy 


To dxe afapzeredde roſe colour of Liunen , yee wall 
take to euery itit, yardes and a halfe of Linnen, halfe a tt, 
of good gall nots, and ſt eeththem in fayze water al whole, 
the ſpace of ii houres , thentake it from the ſpe, & poure 
that water into another veſlell oz fatte, then put pour lin⸗ 
nen into the ſayd water, and let it ſoke therin the ſpace 
of foure houres, then take it fo2th and wing the lycoure 
well fozth. Then take faire water in a kettle, and ſet it on 
the fpze, and put therein a quarter of a pounde of Allum: 
and when it is readye to ſeeth, take it from the kyꝛe, 
and put poure cloth ther in as ſoone as pee haue wzong 
aud ſtrainde oute pour nals afozeſayde, but lette it 
dye a night befoze fire, and then turne it well there in 
the ſpace ot a quarter ot an houre . So take it foꝛth and 
wing it well e then ſeeth two ounces of Bzalill in kayze 


water, the ſpace of two houres, then take that from v fire, 


and hang another kettle auer the fire, and putte therein 
Krups water, ſo warme it a little, and coft the rein two ri. 


ol grening wede, then put z our linnen cloth therin, and 


lookp 


looke that no Allom haue been in that water. Then let 


it ipe therin halle an houre, and ſtyzre it well with a ſtaffe, 
and then take out thereok the ſaid linnen, ye may then c alt 
a wap the lame liquoz, aud waſh pour kettle cleane, and 
put therein of the cleareſt bzaſill water, and let it well co⸗ 
lour therein, Then take pour Linnen and walh it well in 
fapde water, then take of fapze water in a panne, with 
a little Allum and ſo ſeeth them both together: and ther⸗ 
in ſeeth your L innen cloth fine oꝛ ſire paternoſter whiles, 
Then take out the ſaid cloth and wꝛing it well, and after 
that put the layd cloth into the kettle of bꝛaſill water, and 
therin pe ſhal turne and wind it well, the ſpace of a quar⸗ 
ter ol an houre, then take it foꝛch and wzing it a little, 
and like wiſe pou ſhall doe with the dying ot the Fuſtian, 
but vnto pour Fuſtian you muſt haue two partes moze of 
Uerdigreace and Allum, and that pour F uſtian mult [ye 


therin half a day and a night, then w2ing it fozth, and let 


it dzye, then after pee maye rayſe his cotton with cardes 
meete foꝛ that purpoſe, if pee wil haue your Linnen moze 
fap2er, caſt in the kettle with pour ſayd bꝛaſill, ſome lye 
made of white Lime, then put your cloth therin, then 
turne and wind it therin the ſpace of foure pater noſters, 
and then take it fozth therof and wing it well, and \s 
hang it vp to dꝛy. 


How to make your branne water, where withall 
you ſhall vſe to dye red. 


Pẽe chal take a hat full of wheate braune, and take ſo | 
much water as will go into the ſmal kettles, ſo let it haue 


a welling oz two on the fire . Then poure it into a fatte, 
then take two other kettle fuls of water and warme it, 


and put it thetin alſo, dut firlk irre it wel, and ſo couer 


it well, The firfk day you mut ſtirre it often, and then it 
will be the better, then ſhall pee let ic ſtand foure oꝛ — 
daies 
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dayes till it ware the rlper, and which will be the better 
foꝛ * purpole, and then e may occuppe as vou ſhal ſee 
cauſe, 


For an yron moll in Linnen, 


To take fozth any pzonmoll in linnen cloth, take a 


chafing diſh with coles, then couer the coles with a pews 
ter diſh, ſo let it behote. , Then lay your linnen thercon 
where the moll is, and with a Limon, oz an Ozange, but 
the Limon is better, to rubbe pour moll therewich, and 
ill as it dꝛyeth in, lay the iuyce thereon, and ſtill rubbe it 
ſo, till it be all cleane , and this way will haue it all out. 
Okt pꝛooued. 


To dye ſilke quoyues in a red. 


Ve ſhall firſt lay pour ſilke in Allum water, and let it 
ſeeth therein, and with bꝛanne water alſo halfe an haure 
long both together, then take a little grening weede, and 
the like of bꝛanne water. and let it be made hote, and put 
the ſilke therein, but let it not ſeeth, but take it oute and 
rince it in lye, and then in water. and then it will be faire 
and well. 


To 3 ſilke in a ſanguine colour. 


He ſhall dye ſilke in a ſanguine,as ye mult in all ſo2ts, 
take Allum as ye doe grening weede, then mult pee take 
alittle fayze water, with a little bꝛaſill, and ſeeth them 
together. Then take part thereok, and ſeeth the filke ther⸗ 
in, and as that is taken out, ſo take an other, and then the 
An tyme, then put it in lye,and ſo clenſe it, as is afoze- 
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TodyeSilke blue, 


Jfye will dye blue ſilke, that ſilke mult then be white, 
which pe mult firft ſoke in water, and then wꝛing it foꝛth 
then ve ſhall put it in your blue dye, and there ye maye 
make it with a light colour oz darke as ye pleaſe, 


A faire greene to dye, 


Tf ye will haue a fav2e greene, take a little bꝛanne was 
ter. and a little allum, and ſeeth them together, and when 
the Allum is molten, put your ſilke therein, and lette it 
= fourth part of an haure, Then take ag ain a litle 
bꝛanne water, and a little wood, and put it therein alſo, 
till that it ware a fayze darke pealow. If pe will haue it 
moꝛe pealower, then put it in the blue dye, wherein pee 
may make it light 02 darke as yepleaſe , 


To dye blacke filke, 


Take to one pound of ſilke, rii. call nuts, and beate them 
to pouder, then ſeeth the ſilke with the galls in fayze wa⸗ 
ter, a good halfe houre long, then take of the blacke dye, 
and therein lee th it another halle houre, then take it foꝛth 
and let it be colde, and then put it ag ayne into the blacke 
dye, and let it there ſeeth another halte houre, if then it be 
not fapꝛe: let it ſeeth therein ſo long t ill it waxe a fapꝛe 
black, then ſpong it in the water. and ſo let it dzye, 


A purple ſilke to dye. 


CAhen pe wil die a purple ſilke, pe ſhal take to one pound 


of ſilke, 4. ounces of Allum, and ſeeth the Allum in com⸗ 


mon water, & lay the ſilke therein, and let it ſo lye foure 
| houres 
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houres, Then take to euery pound ol ſilke, two pound of 
purple colour, æ ſeeth it together as hereafter is wzitten, 
which is, ve ſhal take halte piſſe, and half water together, 
Electh it therein till it ware cleare & fayꝛe, c then ſponge 
it in fayze water, Allo to eche pound of lilke it behooueth 
to haue foure ounces ot Allum , Allo foz red ſiſke to dye 
with crap dye, ſo called in dutch, which ye ſhall dye with 
foure pound of Allum, and alſo ye ſhall dye ſanguine ſilk 
with allum, and alſo pealow ye ſhall dye with allum. 


To make a good blacke dye , 


Take a pound of galls,and a fourth parte of coperas , 
and ſeeth chcle together, then put the cloth therein, and 
Qtpzre it wel about, then hang it to dzy,then pꝛepare pour 
dye as thus, take a good great fat, and put therin a fourth 
part of Rye meale, and halfe ſo much of ſwarfe (ofthe 
grindſtone ) and ſo much ok elder barke, and in like of olde 
yꝛon, and the ſcales of y2on, as it coms of by the hammer 
beating ſtyꝛre this all well together, and ſo let it ſtand 
thee dapes oꝛ euer pe put your cloth therein, and at eche 
time let your linnen dꝛie ałoꝛe pe put it therein. 


To dye a greene. 


Take a light blue colour and put it into Allum water 
two houres long, then hang it to the time , there as the 
winde may dꝛie it, and then put it into the foꝛeſaid wood 
and ſo vle it as it is afoꝛe declared. | 


To dye a carnaſion. 


Take purper that is dzye, and lay it to ſoke a night in 
piſſe, then take pour cloth that is allomde, and dꝛye & put 
D 2. * 
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it therein, but pee ſhall ſecth the purper twile in fay2e 
water, then ſet another fatte by the fp2e, and let it ſeeth, 
and therein yee (hall firſte put your cloth , and then all 
weate put it into your dye, til it be fayʒe pnough. 


8 To make a red carnation. 


To make a red carnation dye, ve milk dye pour white 
cloth, linnen oꝛ wollen, o2 ſilke pearne, to doe it well, yee 
ſhall gall and Ailome it well. Pe muſt take an hearb cal- 
led Foli in dutche, that chall ye finde by ditches # banks, 
take a pound thereof that is dꝛie, this is in tuftes and it is 
hote like wee aſhes, and carnation in ſight, ther with men 
doe make a red carnat ion woollen cloth, with the green 
02 white, oꝛ of ſilke, and il any car nation haue loſt his co: 
lour, 02 if any carnation haue loſt his dye, with that pee 
ſhall dye it agayne, that it thall not leeſe his colour, and 
to foure elles of cloth, ye (hall take a pounde gruis, o2 of 
that hearbe afoꝛe named, which ye ſhall beate to pouder, 
Then ſhall yee take lye made of Oke aſhes, mixe a parte 
therewith, and another part ok cleare piſſe cleare and old, 
ol eche like much. Ik ye will haue a light dye, take pille 
newe made, and of the foꝛeſayde lye, in like much e ther⸗ 
with ve ſhall dye, with the fozeſaid poulder put therein, 
as it is ſod, put in that which ye would dye, and ſeethe it 
t wo houres long, and then let it dꝛye. 


Jo dye linnen, 


Pe ſhall firfte take to one ſtone of flocks fine peunde of 
ſope aſhes (which are called in Dutch Wee aſſeen ) ol the 
beſt, with ſirteene gallons of water, leeth it together an 
hoͤnre long. and then let it clea re one nighte, then gentlye 
poure of the vppermoſt thereof, and ſeeth pour flockes 
therein one houre long, and then p2oone if your flockes 
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oz ſilke be ynough ſod, allo take a little ok your Flockes 
in your hande,and thu it hard to a redde cloth, alſo put 

it in pour mouth, and ik it go by end by aparte like a rype 
opple, then it is ynough ſod. Theu ſpong it in faire waz 
ter, then put it in bꝛanne water, acco2ding to the quan⸗ 
titie of the woollen cloth, and ſeech pour Flockes therin, 
then take it out thereok, and take bꝛaſill and put it in was 
ter accoꝛding to the quantitie of the linnen, that is to ech 
ell of cloth foure ounces of Bzafill, and as the bꝛaſill hath 
{od a while, then ſtraine the bzaſtl thozow a cloth, and put 
it agapne int o your Kettle, and your Flocks alſo,and let 
them ſeeth, then take a Ladle fulloflye and put it therin, 
thus ſhall pe make it as hye at you will, and it pee will 
haue it moe higher, then put moꝛe lye therein, alſo fo2 
thꝛee pounde of F lockes, take foure ounces of Allum, and 
ſeeth them together, and ik yee will ſeeth dyde Flockes, 
take lye of Sope aſhes, as bekoze it is wzitten, which 
yee ſhall ſeeth with Sope aſhes, then (coure it, and lette 
it d2ye, 


To dye cloth with facet 


wood , 


As ye will dye cloth with faucet Teod, ye muſt make 
your lye with lope aſhes of Denm arke, and rayne water, 
which ye ſhall let and three houres long, then leeth it, 
but the Woad muſt be firſt ſod in the lye, and when it is 
ſodde, let it be cooled with other colder and Marper lpe, 
with the laſt lye ye (hall put to one pounde of pearne, a 
great peece of Allum, and put it therin. T hen ſhal ye put 
that dye into a fayꝛe Kettle oz fatte, then take two ounces 
of ſpanithe greene, which ye ſhal ſoke therin two oꝛthzee 
houres long, then toſſe and puſh it vp and downe twiſe oz 
thꝛile, and wzing it, and with colder lye put therein, and 
toſſe it with a diſh too 3 froe , Allo another manner 
| 5 19, 
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is, take a diſhe full of vnſlect lime, and quench it with 
water, then take t wo diſhes full of wood athes, and mire 
it with the chalke all together well, and thereof pe ſhall 
make a good ſtrong lve, and let it thꝛee oz foure times run 
thozow the tubbe, then take the faucet woad, and hew 02 
cut it in ſmall peeces, c c aſt it into the lye,and let ic ſeeth 
therein halle an houre long. Then put therein ſope alhes, 


and let it ſeeth another good halfe ho wer, chen take it off, 


E put thereto ſpaniſh greene, x let it boile twiſe oz thaile, 
and then ſponge it. alſo with three pound ol kaucet woad, 
it behoueth to haue two ounces of ſpaniſh greene, x as the 
cloth haue bene in the firſt licoꝛ, it then it be too bzoune oꝛ 
to yealow, then put therto ok wyne aſhes, q a little allum. 


To dye woollen cloth ſanguine. 


To dye woollen cloth kayꝛe, pe ſhall firſt ſeeth good 
rye meale in fapꝛe water, and then put it in a fap2e tubbe 
02 pan. Then caſt fayze water thereon, and let it ſo ſtand 
thꝛee days to cleare, then take of that water, a put there* 
in two ounces of allum, to an elle of cloth, and let it ſecth 
two houres long, then let it hang c coole without wzin⸗ 
ging. Then put that water fozth of the veflell with the 
meale, and put therein a pound of the beſt grening weed, 
and heate that alſo,but let it not ſeeth,then put your cloth 
therein, & tolle it wel with your hands without ſeething, 
and take it foꝛth and put it in a panne with fayze lye, and 
let it lye therein, and ſo let it dꝛye, and it will be a red. Jf 
vee will make fay2er, you muſt haue ol bzaſill , take an 
ounce ok Allum and allum it a afoꝛeſaide in another was 
ter, then ſeeth two ounces of allum with that bꝛaſill in 
bꝛanne water made, and as the bꝛaſill haue ſod a while 
therein, ſo put therein of cold water, then take ſo much 
thereof out as will weat your cloth in, and ſtyzre it well 
che rein, then all ye take ol other dye, vntil the time that 

it 
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it hath le ffitient pnough, if pee will haue the ſame : ſons 
gu ine, lay it in fapꝛe lye ot Sope alhcs, and there it will 
haue a tay2e ſanguine dye. | 


To dye woollen yearne, or cloth. 


To make this dye, put to foure potinde of woollen 
par ne, oz cloth, two pounde of woad. Put this v oad in a 
Kettle, and caſt therein ot fayze water, then caſt agayne 
halfe a tin dithe tull of aſhes out ot the fyze, and as ſoone 
as it ſeethes, put your woollen parne therein, then let it 
ſeeth eyght oꝛ nyne pater noſter whiles long, then putte 
pour parne fozth,and put a little water in out ot the ket- 

tle, and then a fewe aſhes out ofthe harth, and put pour 
woollen yarne agayne therein: and ſo let it ſecth a good 
while il it be a bꝛoune blue, it ſhall be a darke green and 


il it be white woollen parne, lo it ſhal be a yealow colour. 
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Agayne to dye woollen yearne. 


As ye will dye woollen pearne that is greene , your 
pe arne pee ſhall firft ſeeth in bꝛanne water, which is to 
vnderſtand, to foure pound of parne, ten ouncesof Allum, 
and let it ſeeth two houres. then w2ing that out, and put 
it in the dye thus made. To foure pounde of wooll yearne 
take tws pound of woad, and ſeeth the woad well with 
hearth alles, in lye made a day befoze, ſo let it ſetthe the 
fourth part of an houre, then put the cleare into a cleane 
fatte oz veſſell, then take the fourth parte ol an ounce of 
ſpaniſh greene, called Uerdigreace, pouder it well & caſt 
it therein, and ſtirre it with a ſticke oz ſtaffe, then put in 
your yearne, ſo turne and toſſe it therein the fourthe 
parte of an hower, and then let it dzye . Ik it bee not 
tayze pnough, then put it in agapne, and doe * 
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alſo as ye would dye blue woollen yearne, pee ſhall put it 
firſt in warme water, then wzing it oath and dye it blue, 
as is afozelapde, 


Todye with brafill as red as aroſe , 


Take ſireellesof linnen, and ther eto halfe a pound of 
beaten galles,of the beſt : then put it in fayze water, and 
let it ſeeth about two houres, but the galles ſhoulde ra⸗ 
ther be all whole, and when they are ſodde, ſet it from the 
fyꝛe, and put it gently in another Kettle oꝛ fatte, and then 
put pour linnen therein, as hote as you mape handle it, 
and ſtyꝛre it therein koure houres long, that done, then 
wing it well foꝛth, and hang it to dꝛye. Then take foure 
ounces of Allum, and ſeeth it with water, and when it is 
ſod, take it from the fyze, and put pour galled cloth ther⸗ 
in, as hote as ye may fuffer it, the ſpace of a quarter of an 
houre, then take pour bꝛanne water and put thereof in a 
Kettle, and as ic is warme, put therein two ponnd ok gre- 
ning wee de, let it the firſt time ſoke well therein, and let 
it be well and hote, but not ſeeth, and then put your cloth 
therein, and ſtirre and handle it well at the firſt with your 
handes, nye halte an houre with a ſtaflfe toſt well al about, 
and well handled in the dye, and then ye ſhall take youre 
cloth and ſponge it in water and waſhe it cleane . Then 
take alittle allum, and ſeeth it with water, then ſhall yee 
haue two ounces of bꝛaſill ſodde in light water, and put 
pour cloth therein fine paternoſters long. Then ſhall yee 
haue two ounces of bꝛaſill ſodde in light water, and putte 
your cloth therein, then handle and ſtyꝛre it well therein 
and ſtirre it well about the ſpace of a quarter ot an houre 
and wing it not to loꝛe, then dꝛie it. Then ik it be not dꝛy 
ynough, then weate it as befoze ſayde, - 
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How to make a greene Water, 


Take nie halfe an ounce of Uerdigreace, and cruthe it 


well in a woodden diſhe, then put thereto the polke of an 
egge and two blades of laffron, then take of the leaues of 


ſpurge, halte a handtull, and beate them in a moꝛter, and 
theretu caſt a good glaſſetull of Aineger, and ſtrayne it 


thoꝛow a cloth. Then take of this ſtuffe, and put therof in 


a diſhe with the Uerdig reace, and tir? it well together 
and make it thinne, that it may be the better to dye, oz to 
woꝛke with a penſill, oꝛ as pe Hall ſeeme beſt. 


Io dye fayre Linnen wich braſil . 


De ſhall take fapze water, and heate it ouer the fp2e, 
then ſhall ye haue the paulder of galles , and put thereof 
into the Retile ouer the fy2e, and ſo lit it ſecth a quarter 
of an hower : then take it from the fpze,and take another 
veſlell and put therein ſo much colde water, as of the o⸗ 
ther in the Kettle, and put that hote in the Kettle theres 
vnto. Then put your cloth therein, and ſlirre it wel vp 
and downe thert in, and as ye haue done ſo a while, then 


let it {ye therein foure houres long in that gall water, 


then take your Ret:le agayne with other fapze water, 
and ſet it ouer the fy2e c make it hote, then put of Allum 
therein to the kettle ouer the fyze, and as that water is 
hot e and the Allum melted, yec mult then haue another 
vellell oz fatte with colde water. as much as of the other 
hote water, and put the Allum water thercin, then putte 
your cloth the rein, and ſtirre it as afozeſayde, and lo let 
it then lye there in koure houres long, ſo done, then pee 
ſhall wzing it out and hangit tro dzpe, on to dꝛye in the 
ay2e, but let it not bee to dye. Then ſhall yee take your 
bꝛaſill made in po lder, and jg it in the panne, and ſo 1 
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it ſeeth therein, the quarter of an boure and before that 
bꝛaſill do ſe eth, ve th..Ul take wheat flower, c put thecin, x 


mite it altogether well in a diſh, and put it into the Ket⸗ 


tle befoe it do leeth:thus done, let it ſeeth, and as it hath 
ſod, then take foꝛth ſo much of th bꝛaſill, as ye may put in 
your cloth, and ſtirre it well about, as is afoze declared, 
thus done, let your cleth reſt thecein a good while, then 
wꝛing it foꝛth, ⁊ hang it ts dꝛy, ⁊ as it is dy, ve ſhall take 
that lyco2 that it hath layn in, & put that away, then take 
agayn ſo much bꝛaſill as beſoze, put that cloth therein 
agayne, and then hang it tod2y,and as it is dzy, then put 
it in another lyco2,# hang it agayn to d2y,+then it is ful 
done. And to know the quantitie of weight, which is, to e⸗ 


uery elle of linnen cloth, ve ſhal take a loot of gall pouder 


ſo called in dutch, and as much of allum, and to eche elle 
of cloth one ounce of bꝛaſill. 


Jo make a fayre yealow. 


To make a pelow, that ye may woꝛke with vile, oꝛ water 
ye ſhal take woad, ſo much as ve ſhall pleaſe, æ let it ſtand 
to ſoke a night and a day in lye made with ſope aſhes, and 
when it is thus ſoked, then thal ye ſeeth it, x couer it cloſe 
ſo long as it ſeeth, thus done, then let it from the fier, and 
put that lycoz into another pan, & ſo ſtrayne it thozow a 
clean cloth, then take the pan & poure the thinneſt aboue 


pff, ſo long til ye ſee the dye vndercome with al, then cake 


the fozeſayd cloth, and ſtraine it againe thoꝛow it, into as 
nother pan ſo long as ye thinke the ſubſtance ofthe woad 
doe tary in the cloth, til ye think that, that water is thyn 
pnough to Banner then ye may ve it. 


Afayre Li nnen cloth to dye blue, 


Foz to dye a kapꝛe blue, ve "_ take a pan ot fayze was 
tex. 
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ter, e bang it ouer the fer, x let it be ſcethinghote, then 
mult ye haue a veſſel of half an Ame, ſo called in dutch. of 
thereabout, æ as pour lycoz is hote, put therto 2 po und 02 
wheat bꝛan, c 3 pound of athes, ⁊ a pound of grening wed, 
fiir al this in the pan, x let it ſeeth iii.oꝛ iii. patecno ters 
long, then tak ot flozap vader half a pound + ſoke it in fair 
water, c let it there reſt a quarter of a houre couered, then 
take pour cle an veſſel oꝛ Ame, c therin put pour ſoked ilo- 
rap, then take the hote lycoꝛ oucr the ſier, but let it coole 
92 pe put it into the fate, then put it in and ſtirre it well, 
and ſo coner it wel and cloſe, and let it ſo reſt ſire houres 
long, then vncouer it and ſkirce it wel about a good while 
then couer it cloſe again, and let reſt oth r vi.houres, then 
vnc ouer it & ſtir it as befoze, ſo ſtop it agayn, then vnco⸗ 
ner it within two 02 thꝛee houres, looke it che die begin 
£3come,o2 begin to ware green, if they doe not, let it reſt 
longer and ſtop it cloſe, it vee ſer it be come, put therein 
ſome of your cloth that ye would dye, and turne it well 
ther in, then w2ing it out, and let it reſt 2 02 3 honres:then 
put in agayn pour cloth, and vle it as aſoꝛeſayd, t ſo ſtop 
it well agayn, c let it reſt ſo, two 02 thꝛee houres, till pee 
ſhall ſee the dye begin to come, the flower to lie aboue, 
to cuery going v ye go thereto, (ee if the colour be grecne 
ynough.o2 ware greene, and when ye ſhal ſce it lo. ye that 
{com oi the flower with a diſh, and then put your cloth as 
gayn therein, ſtir it wel, and wzing it foꝛth, than ſtoppe it 


agayne wel, and thus pe mult colour thzee o2 foure times. 


a day, Then muſt pe take the dye inthe velſell, and hang 
it ouer the fire agatne, and there let it be hote, and putte 
therein two pound and a halfe of aſhes, Then put it in the 
Fatte, and ſo lette it reſt, but ſtoppe it well and cloſe fo 
let it reſt a night, dut ſtirre it once in the night with a 
ſtaffe, and ſee in the moꝛning it the dye be come, as akoze⸗ 
ſayd, and ſo put in your cloth agapne, but lette it not lye 


therein too long, that it coole not the dye , and as pee 
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haue thus dyed it foure times. Then ſhal ye make it hote 
againe ouer the fyze, putting therein two pounde ok pot 
aſhes, and ſo let reſt al a night, and ſtirre one in the night 
as afozeſayde, and ſtoppe it cloſe, and when pe goe theres 
to, ſee if the dye be come, ik it be come, pe may dye as bes 
foe, that ye thinke good, and when pour colour ware a 
fapze greene, then is pour dye good and rype, and the 
flowers will lye fay2e aboue, but as it beginnes to ware 
yealow, then it is too rppe. Then muſt pee put in moze 
cloth, 


How to dye a fayre Linnen with brafill, 


Ye ſhall take ſo much linnen as ye will, and to euer | 


elle ol linnen, take two onnces of gall nuttes, oꝛ rii, nuts. 
the le nuts pe (hall bꝛeake in two oz thꝛee pecces,then put 
them in a kettle with water, and let them leethto sher, 
and as they haue ſod a quarter of an houre 02 leſſe, take 
it of the fy2e, and take your cloth foꝛth thereof, and let it 
a little ſoke by, but let it not dꝛye. As ye haue thus (od it, 
ve ſhall take another kettle with layze water, and put it 
ouer the fier, and make it ſecthing bote, Then ſhall ye to 
every elle ot tloth. take two ounces of Allum, which pee 
ſhall put in the ſayd water, and as it is meltcd, pee ſhall 
take the tozeſayd cloth, and put it into the ſayde kettle to 
the Allum, x let it ſecth together, a quarter ok an houre, 
then take fo2ty of the kettle, and wing it a little, then 
hang it to dꝛye a little, but not to much. Then muſt pee 
haue pour (od bꝛaſill as thus: yee ſhall take lye made of 
wood aſhes, but ſee it bee not to ſtrong. And thereof fo 
much in pour panne as will make your cloth weat, then 
put pour bꝛaſill in the panne with the lye, and lo lette it 
ſeeth a quarter of an houre, then ſet it from the fier, and 
haue ready an earthen panne, and by and by put your ly⸗ 
co2 & bꝛaſill therein,then ſhall ye put pour fozelayd cloth 
therein, 
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therein; ſtyzre and turne it well tberein, but ſee that it be 
not to dꝛye of the ſayde Allum that it hath been ſod with. 
Allo to foure gallons of lye, pee ſhall put leſle then halle a 
pounde of bꝛaſill pouder mall beaten, 


To make a fayre brafill colour,to w ale on cloth 
or paper, 


Ye ſhall take a fayze potte, and put therein a pound of 
chalke {mall bꝛoken, aud put thereto apottle ot good Ut- 
neger, and ſtit re it well together. Then let it ſtand a day 
and a night, then poure the cleereſt into a fayʒe panne and 
ſee that no chalke go therein, then take two partes ol the 
ſapd lye, and put it in a fayze pot, and let it ouer the fy2e, 
and ſecth it five pater noſters long, then! take it from the 
{y2e, and put the lycoꝛ into a fayze panne, and ye ſhal put 
thereto xiiii.ounces of allum, x ſtirre it well with a ſtaffe, 
then take the ot her part, x put it to the ſayd bꝛaſill wood, 
the which pe haue changed, and let there ſeeth, as afoze⸗ 
lapd, and put that lycoz into another panne, and put ther⸗ 
toriti.ounces of Allum, which pe ſhall titre ſo well as as 
fozeſayd, and when pe haue toſt it long, put it then tothe 
other, and ſtirre it well, as ye will haue it dꝛye, take a pan 
and fill it full and let it in the winde eight dayes oꝛ mote, 


and there let it dꝛye, æ as it is 1 may wozke theres 
with p | 


! 
J 


Blue Bucine to dye. 


Take thꝛee poundof gruis of Tur win, ſo called in 
dutch, and a pound of Mede, a pound of Flozay', and to 
thee pound of Sope aſhes, take lx. quartes of water, firſt 
ye ſhall put your I loꝛap into a fayze fatte, ond put there⸗ 
to Ten quartes of water, and ſkirre it woll all together. 
this mult be ſo hote that pe cannot luffex pour hand there⸗ 
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in, in the other water ye all put the gruis, with the a- 
ſhes and Pede and that put together, and lo ſtand, which 
pe ſhali ſtir tii.houres long, and waring a blue, ſo ye may 
woꝛke with it. Ik it be nor blue puough, ſo let it Rand coy 


nered, xx. houres long + 
Ared to dye with Crampmede, 


Take a pound of crampmede. to thꝛee elles oł linnen, 
take a fap2e pot with water, and ſec it by the fire till it be 
ready to ſeeth, and put therin two ounces of gals, and let 
the m ſo ſeeth together, and then put your linnen therein, 
and take it ſometimes out and in, and at eche time wzing 
it well out. Then take a fayʒe pot with fayꝛe water, aud 
make it leetlung hote, then put therin an ounce ok allum, 
and lo let it ſeeth wel, then put pour cloth in as afoꝛeſaid. 
Then take another pot of water, and let it ſeeth therein 


til it be red, chen take that cloth out, and clenſe it al abotit - 


with a cloth. If ye will haue it moze darker then muſt ye 


haue a lye of vnquenched chalke, with the like dye: men 
wich woad aſhes do make a red dye 02 colour, without 


vnquenched lime, in hauing woad aſhes in ſteede of vn 
guenched lime. 


To dye blacke Veluet or linnen. 


Take of galles and coperas, x ſeeth them together, and 
put pour linn n therein. it it be gray ſilke, then take ot el⸗ 
der barks, and old y2on, and put all in a hearing barrell 
oꝛ veſſell. Then take gruis o2 warte, this ſhall be a thur⸗ 
den dele of the fat, the other two parts ſhalbe fapze water 
ſo let it ſtand thꝛee weekes long, # ſo ſtirr it often wel a- 
bout, and put your gray ſilke therein, and as this is done, 


ſo ſhall ye hang it to dꝛy, and ſo put it ag aine, ſo often till 


that it be black ynough. In ſteede ok galles pe may take 
barkes of Oke, ano ſhoemakers blacke. 1 
Fe 10 
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To make grayflore. 


Take floze and lay it to ſoke 24 houres, then wing it out 
thoꝛow a cloth, then take lye ot wpne aſhes, & (pzcad it 2 
houres long on a fayze table. then take the layd lye, and 
put it in ch2ce veſſels, and take the F loꝛe & put it into one 
of the veſſels; Then put it well foꝛth. then put that Floze 
in the leaſt veſſell, then ſo in the mivdeſt, and in the ſtrſte, 
but eare pe put the linnen therin, put in vineger at 


it out. 
Io dye ſilke red. 
Take of good wood athes, x make a good ye therof,+ put 


therin of willow oz facet woad,# barbary wood 62 vc low 


wood, e ſoke them therin an houre,then ſeeth a quarter or 
an houre, then put your cloth there in, æ put in a little ſpa 
nich greene, but that cloth ye mull firſt allum it. 


To make a blacke water to dye with. 


A blacke water to dye all maner ot ſilke clothes, ve ſhall 
take halle a pound of gall nuts, and put therto ſomewhat 
leſſe then a pottle of water, and an ounce of ſwarte of the 
grindſtone, and a good deale of the filings of pꝛon, make 
it ſeeth, and put therto a quarter of a pound of coperas, # 
ſeeth all to the halfe, and put therein a pound of gumme 


arabic, then ſeeth it till al the gumme be melted , Then 


ſet it from the fire, the older it is the better it will bes 


To male a thicke water to worke on 
yea low like, 


Take apottle ofthe beſt vernice ye can, put in an aunee 
al bzimſtone in line poulder, * an ounce of C OT 


* . 4 + 


- 


nagalles, FO 


then leeth it a while, and let it coole, then ſtrayne it tho⸗ 
row a cloth,alſu it hj this pe ſhall wozke thinne, and this 
muſt be ſod with the fourth parc of gumme Arabic. 


f 


To wolle on yealow ke hire gray or a- 


Take a pottle of Conduite water, and a fourth gart of 
Arlenicke in poulder, and two ladle full of woad, cut the 
woad in ſmall peeces, and make it ſeeth as hering that is 
ſoft lx, the a ſet it from the fyze, and put therein ſo much ol 
graynes, as ye put in poʒrage, and herein alſo pe ſhall put 
tu of gumme of Arraby, ſo much as you lhall leeme good, 


To make a red water. 


Cate a pottle of fayze water, and a fourth parte ol 
gumme, and halk a pot of faucet woad (ſo called in dutch) 
and then ſeech it together till thꝛee ptnts bee conſumed, 
then let it from the kyꝛe, and herein pee (hall put halfe an 

ounce of ſpantſh greene, and then put in alſo of grapnes, 
ſo much « a3 pe doe in ſealonini pout knee 


4 To mike a fed wit: brafill,” 


Tale pour Linnen te one pound, take a fourth part of 
Allum, but firſt ſeeth allum, then laye your linnen ther⸗ 


in the ſpace ot two haures, then take ol beaten galls, and 


pat water thereto, then lap pour linnen therein, and put 
in a quarter of a puund of bꝛaſill, and an ounce of gumme 
of Arrabie. Then let it ſeeth a fourth part in, x then put 
in pour Linnen. It ou will haue it a redde , then put in 
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To make a red water for white filke or woollen, 
greene, yealow, violet or azu re. 


Take a pottle ot running water , and an ounce of bza- 
fill, ſeeth theſe till the halfe bee conſumed . Then take it 
from the fyze, and put in ſo many grapnes, as pe put vnto 
a pot of pozage, and a fourth part ot gumme. But if ye wii 
make it a light red, put it into another fat, whereas there 
is a quarter of a pounde of Allum made in poulder, and ſo 
let it reſt all a night and it will do well. 


To make a blew, 


Take thee partes of Sope aſhes, and one parte of vn⸗ 
quenched lyme, aud make a lye thereof , and then lett it 
cleare, then ſtrayne it thoꝛom a thicke cloth, and pee ſhall 
take rv. quartes of the ſapde lye, and put thereto a pounde 
of Bloemen (fo called in dutche ) then ſtyꝛre it all well cox 
gether with a ſtaffe, and warme it ouer the kyze, lo that 
ye map not ſcant ſuffer your hande therein, but firſte your 
eloth mult be ſod in Allum , and alſo dꝛyed, then put it in 
the warme dye, two oz che tymes, then after, if pee will 
baue it black oz light colour, ſo pee map vle it, but beto2e 
all things pour dye muſt be warmed, ere pe dye 02 colour 
there with. 


To make a fayre ſanguine dye, 


Take vpon eche elle ok linnen, ſire galles beaten into 
poulder, and then take thzce gallons of water, put into a 
tubbe, and put the poulder of the galles thereto , and ſtirre 
them well together, then laye pour linnen chercin, and 
turne and wend it well, Then take and wꝛing it dzye out, 
then let it lye therein agayne two houres long, but 1 eche 

dure 
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houre ye muff wzing it. as before, a and lay it therin againe 
in the tubbe, and as it hath layne two haures, & ſ6 w2ong 
out, thru take one once of Allum, ofthe beſt, and thzee 
gallone of water in a Kettle, and make it well and hote re⸗ 
dy to ſeeth, till all bee well molten, then ſet it from the fire, 
aud put your linnen therin, and do it as ye haue done befoze 
agayne two houres long, then after that take a panne, and 
put therein two gallons ol water, and warme that lyke 
the other, theu take three ounces of bꝛaſill and calf it theres 
in, ag ayne let it leeth a quarter of an houre, then take a 
good quart of water, and caſt it therein ſcething, and take 
a quart of chat dye, and laye your linnen therein fir oꝛ vii. 
pater noſters long, ſo that the dye be dꝛonk al in the layde 


cloth, then wing it fooꝛth and handle it well, then layethe 


cloth agayne in that dye, toſſe it, and turne it and wend it 
well therein. and let it lye lo long therein as afozcſayd, and 
ſo wzing it out, then take the khyzd colour and laye it ther⸗ 
in, and let it lye therei in a QUATIEF of an houre,and ſo it will 


be well, 
A light red FR OED ? 


To dye afap2elight red, take rtiii. dzye ſkins as they 


come from Antwerp, and put them in che ryuer, oz in was | 


ter two dayes, and two nights, then take them out or the 
lapd water, and put into a kat, a Kettle fullo? vnquenched 
lyme oz chalke, and put ſo muche water thereto, as the 
felles maye well be couered therein, then ltpzre them well 
with a Ntaffe altogether, and put pour telles therein, then 
turne and tolle them well, it it bee in the ſommer, it ſhal be 
pnoucch to lpe thercin viii. dapes, yce muſt eche ti, dayes 
ſee vnto them, if it be in the winter, they muſte lye therein 
a moneth, then take pour telle ont, and hang them againe 
in the fozeſaid ryuers o2 water chzee dayes, & thice nights, 
then alter wache them well in atubbe with luke warme 
water 
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water's and ffampe them with your feete , then after waſh 
them agapne in the ryuer water as afozeſapde, and hang a 
Kettle ouer the fyze wich fayze water, and therein put iui. 
pounde of Allum, and when it is molten in the water, lee⸗ 
thing hote, putting in ſo much water that it may be no has 
ter but pour hand may ſuffer therein without ſcalding, then 
ſet it from the fp2e aud put your felles therein, and ſtyzre 
them well with your hand, lo let it reſt a day and a night, 
but as pee go to bed, vou (hall ſtyꝛre them once wel, then at- 
ter take your felles fooꝛth, and wꝛing the water well out, x 
as pour felles do ware ſomewhat dꝛye, yee mult weat them 
agapne: then take foure pottels of piſſe, that is ſtale, hang 
it ouer the ficr in a pan, let it leeth well, # {cum it cle ane 
lo long as any ſcum will riſe, then put in a pot full of bea⸗ 
ten lacke, and let it therein ſeeth a little, and put therein 


lo much Allum as a haſell nutte, and giue it therewith a 


bopling, then ſet it from the fyꝛe, and let it ſo reit till it be 
colde to ſuffer your hand therein, then put a glaſſe fall there 
of in pour felles which bee readie ſowd like a ſacke, hold 
it too aboue, and with pour other hand hold vnde r, c ſhake 
it vp aud downe as ye would bolt me ale, do thus ſo long til 
the colour hath well taken che leather, then turne your tels 
about, but ic it bee faire ynough let it ſo bee, if it be not faire 


pnough, put of your ſapde ſubſtaunce agapne another halke 


glaſſe therein, and ſty2ce it about as befoze, and then rippe 
pour fell?s, and hang them to dꝛye in ſome hye lokte. And 
as they bee dꝛye, ſo take and lay them a night in a fat with 
water, and nerte day taw themdn a ſharpe tawing pꝛon, 
buctllt hey be all wozkemaniy done, then they are well, 


10 make Leather red, 


Take an ounce of Allum e melt it in a gallon ol water then 
take a calues felle # ſpꝛeade it on a rame, ſv it muſt be rub⸗ 
bed all ouer with allum water firlk, then incontinent ye ſhal 
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ſtrike it all over with bꝛallll water, and let it lu dꝛye ir; 
and then ſtrike it all ouer agayne, and lo let it dye in like, 
but the colour oꝛ dye mult bee made warme alwayes, when 
yee rub thereon, But fyzſt pe muſt make it weat wich cold 
water, and w2ing it agayne out, and then ſtretch it fozth 
en a boꝛd, and ſo ye map vle it. | 
The foꝛeſayde bzalill water, ye ſhall make thus. Take 
Thee gallons of ran e water, and put therein koure ouns 
ces of bꝛaſill woad made in poulder, and halle an ounce of 
Mey alhes, called ſope aſhes, with a little ſaffron. Then 
ſeeth it ſo long till the third part be waſted. Then cleanſe 
that out, and the pot with rayne water ag ayne, and let the 
halle ſeeth away. Then is the ſtrength all out, and with 
this laſt water pee ſhall colour firſt, and wich the firſt was 
ter ye ſhall dye o colour laſt. | | 


Todye Bel” felles; 


To dye red Leather, yee ſhall ſeeth Lack in bean ſtraw. 
and a curſey pille, as afoꝛeſayd is, Then put therin fo much 
as two great Beanes, and then take an ounce of bꝛaſill was 
ter, and ſo let them ſeeth together. 


To dreſſe Felles with golde, 


To dꝛeſſe Felles with golde, take bꝛoune red, & grinde 
it on a ſtone, with water mixt with chalke, and lyme wa⸗ 
ter, and there with you ſhall ſtrike your felles Twile ouer, 
then laye pour ſiluer oꝛ golde thereon, and let it dꝛye, then 

ſhall pee ſmoothe it with a tooth, and ſo ſtrike it ouer , and 
then dꝛpe it in the ſunne. 


5 To colour greene Felles, 


To colour greene {{lles, take ſpaniſh greene, and =_ 


- 4 
2 
79 
wa 
5 
5 


7 


| 
2 
2 
1 2 
Fo 
4 
1 


e 
it vppon a ſtone with wine Uineger, and ſome ſaffron,tems 


per this with gumme water and lyme, and ſo ftrike youre 


lkinnes therewith. 
To gylde on leather, 


kf 645 $4 44 us 


Pe ſhall ouerſtrike your leather Thaiſe with whitesof 


egges, and gumme water, then lay your gould thereon, and 


licke it well and fayze, oꝛ the yolkes of harde roſted egges, 


mixte with gumme water and ground, the red and the gray 
ſkines pee may vernich them, take aflat baſon, and put 
fire vnder, and ſpꝛed the felles thereon, ind ſerike vernjſh 
alſoouer the ſkinnes, where it is coloured , but afoze you 
ſtrike your felles ſtrike it warme on the Balon, and then 
let it dzye, then ſmooth the colour all over even, and when 
it is dꝛye, then licke it, 02 burniſh it with a tooth, and as yee 
will haue it fayze, ſo take an end of a tallow candle, and 


! rub it onyour arme from the hande to the elbowe , then 


ſtrike it all ouer with that parte of your arme, and it is 
done. 2 
Agayne to colout leather red. 


Take the dye foz a red leather, and take an ounce of bꝛa⸗ 
fill, in a nealed pot, and ſeeth it till the third part be wa⸗ 


ſted, but firſt waſhe pour leather in Allum water, oz in o⸗ 
ther water, but lette it not lpe long therein, ſo lette it 
d2ye, and put it therein, and let it reſt two dayes, and two 
nightes on a tack, and then hang that leather in the ay2e 
to dꝛye. 

Ik yee will haue it ſanguine, take of vyne bꝛaunches a⸗ 
ſhes, and make lye thereof, and with this lye, ſeeth pour 
b2aſill woad, and ſo pe may colour redtherewith, 


F 3 To 


— 


„ „ 66 


I e220 


Fol, 47 


, 
11 


Take an ounce ol Equiſetam, in Englich hozſetayle, it 
is and hearb growing in low places oꝛ medowes, put ther⸗ 
to ot olde ſtanding water, with a quantitye of Allum pou⸗ 
der, with a little coperas beate in poulder, ſo vſe it. 


I ̃ I colour able we leather. 


To colour Leather greene; 


«= 


* 
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Fr yꝛtt yon hall take an ounce of Endix, ſo talle d in dutch, 


with one ounce ok chalke, and a pattle of Uineger, o2 good 
ſhar pe lye, then put all into a baſon, and there ſtyzre it all 
well together, fit pour feiles mult be made ready thercto, 
as aloze is declared, then put pour ſtuffe thereon, and 
ſo vle it as the other, and it will ſhe w a fayze blue element 

" HE f . -.. Tomake afayre red colour, 

Take your leather which is allumde beko2e , then take 
of olde pille, of ſuch as vle to dzinke much wpne, and let it 
ſtand till ic ſtinke, then take the cleareſtthereok, and ſceth 
it til the halle be waſted, then take two ounces of lack, with 
one parte ot bꝛalill, a part of Allum, xa part of Salarmonia- 
cum, beate them altogether, and put them in a pot, and 
ſet it ouer the lier, and ſtir it well with a white ſtick, vncill 
the ſticke ware red as blood, then take it off}, & colour ther⸗ 

with luke warme. EO, 


4 


Another fine red colour. _ 


Take halfe an ounce of baaſill poulder, and halke a pottle 


ofolde water, leeth thein together, and ſcun it well, then 


take a little allum, which mult be lirſt kild in clay, irt _ 


* 
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it frem the ſyꝛe, and then put in peur laid allim,ſc eferne 
it, and vle it as the other. 


"MW 


Tom ake a Tight blue coloii, wy 1 
Cake che fowers of the blrc bettels emerg tene. and 
pic ke them off, then gry nde them cp a fiene e2 meter, and 
put thereunto a little vineger, then temper it with allum 
as afozeſapd, fo ſhall pe haue a fayze Live colcur,lo may ye 


vle it incontinent to2 it will hens long burt chaurge co⸗ 


lour. 


To make a white leather blue. 


Take hengarten beſien; fo called in dutch, which J take 
to bee the low elder, called Dane woꝛte, ſi eth the ſapd ber: 
rics in water, then with peur hande ſtyzre-them well as 
bout, and alſo bꝛeake them, ſo done, then lecth it againe a 
while, and folet it coole, and being warme, ſttike all oer 
pour leather once 02 twile, £2 as ofte as ee ſhall ſet cauſe, 
then take of Endix , ſoralledindutch , andſtrewofthac 
pouder thereon, and rub it in, and ſo it will do well. 
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To make your red, take a pounde of Moſherumps with 
alittle of vnquenched lyme ;, then put thereto a pottle vt 
water, and let it ſtande a night, then take two paites of o⸗ 


ther fay2e water, and a thirde part ofchalke water, with a 


quattitie'of bzaſill, then put all the ſapde ſtaffe into a teas 
den pet, and let it ſeeth till the halfe bee en then i 


will be well, a aud re map vle tag m— 
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To make a greene colour, 


Take the leaues of an hearbe called night have , then 
ſtampe oz beate it in a mozter offfone , ſotemper it with 
Allum, and ſo colour pour ſkiangs therewith, alſo ye may 
take ok the greene berries ol the gceene berrie tree (which 
the p zynters vle) ſtampe them and lo let them reſt Ten oz 
Twelue dapes, then ſtrayne them, and put Allum water 
thereto, an ſry ke pour (kin therewith, but lirſte make it 

warme, and vle it. 


Another good greene , 


Take one part of the fozeſayde lowe elder berries, any 
leech them-in-ſaffitizut water „ then put therein two oun- 
ces of bꝛaſill poulder, and an ounce ot walkers claye, with 
a pottle of olde water, let all theſe ſeeth a good while toge⸗ 
ther, then put in your beaten allum, but not afoze, ſo ſhall 
tt be a fapʒe colour as the other. 

It pee will haue it a moze darker colour: ye mult there» 
with ſtrike Twile all ouer pour ſkinnes: to haue it a light⸗ 
ter colour, then pee hall min Ne with old? rapne water, 
and ſo vſe it. | 


To colour blacke Leather after the order 
in Germ nei 


To colour leather blacke,take a herring barrell,and lap 
it thee fingers thicke in the bottome with elder barkes, 
then take the filinges ol pꝛon „ and ſtrawe it all.ouer the 
ſayde barkes, then take ag much barke of elder agayne, 
and lape it therein, and ſo likewiſe pour filings thereon as 
befo2e . Doe thus, till the ſayde barrell be thzee quarters 


filled, and hath taken to the quantitye ol ſoure pottels, oz 
moe 
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moze ofthe filinges, then take ſo much efrapne water as 

will fill it vp to couer it all ouer, ſo let it ſtand a month oꝛ 
that ye doe colour therewith, and euer as it wareth emp⸗ 
tye,fill it vp againe with filinges,and rayne water as be- 
foze, in letting ſtande (ſo filde) amoneth after, and al- 
wayez let the laſt ccuer be the filings abote , and when 
pe liſt to colour therewith , vnto thꝛee pott les of colour, 
ye muſt haue iiii. ounces of beaten galles, and two oun⸗ 
ces of coperas water, then let it ſeeth together befoꝛe yee 
dye, that ye may coulour the better therewith; thus pe 
map vle it at your pleaſure. 


To colour on white leather, 


firſt take pour ſkinnes and hang them in lime water, 
till they ware ſupple, oz in chalke water, and when they 
be wel ſoke d, if ye will make haſt of them, firſt take of the 
he ire, and clenſe it out of the ſayd water, lo that all the 
ſubſtaunce afozeſayd be taken fezthof the felles, and be⸗ 
ing clenſed then a day oꝛ moxe, then wing the ſayde wa⸗ 
ter all cleane fozth , and let them dꝛye, and to vi, elles 
put not aboue two ounces of Allum, and lette your felles 
lye there in a nighte and a daye , then wing them and 
hem, them well vntill they be all cleane, and then vle 
them. 


Another fayre red colour. 


Take a kelle oꝛ felles, and weat them in Allum water 
and ſalt mingled together, and to iii. cunces ol lalt, take 
viti-ounces; of Allum to the weating of ycur lapd felles, 
and alſo t wo cunces of lyme, then ſeeth all in two poltles 
of rayne water, then irapne it thozow a linnen cloth, and 
waſh there with what fell ye will, then (p21 ade it abzoapbe 


on the earth, aud take a r cleth, att bse lame 
pcoꝛ, 
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lycoz, ftrike the ſayd felles all ouer, and ſo let them dy. 
Chen they will be ready fox to receyue your colour, then 
after that take at the leaft foure ounces of the lycoꝛ of the 
laſt end of a brewing, with two ounces of bꝛaſtll poulder, 
then ſceth all theſe in two pottles of the lye of ſope aſhes, 
with one ounce o{Allum, and when it is well ſod, take it 
ok the fire,and all to ſtrike pour kelles therewith, and then 
let it dꝛye, andſo they ſhall be ready and ſoft withall, and 
heare pee muſt vnderſtande with what colours pee (hall 
ſtrike pour felles withall, which is, with the red, and with 
blue, and alſo greene, foꝛ theſe ſhall chieflye abide and not 
go oft. allo to weat your felles, where linnen pearne hath 
been ſoked in, it will be like wiſe very good. 


— - 


To colour a black ſpaniſh leather, 


Take of Pomplemelc, ſo called in dutch, aud make it 
warme, then wache your fclles therewith till the whyte 
come no mo2e off, neyther fozth thereof, and to aſmall tell 
ye ſhall take foure ounces of Venis tot appelen,ſs called 
in dutch, then beate it a litle into peeces, and caſt of faire 
water the ron, and ſeeth it till it ware ſoft, ſo that ye map 
wꝛing it bet wirt pour hands, then ſtrayne out the water 
thereok, ik it be too hote, take a bꝛoad earthen panne, and 
put the ſayd licoꝛ therein, then ſyʒead your ſkinne abzode 
and dyp pour fell therein till it be well weat, doe it ſo tit, 
02 tut, times, then take good ſhoemakers colour, oʒ black, 
ſo much as ye ſhal think good, the which pe ſhal make the 
fell thoꝛow moyſt withal, e put thereto a little vitriał co⸗ 

po as, then wing it wel kozth, c lay it together, and let it 

- Dzy ſottly, then take it cre it be thoꝛow dʒy, and wing ie 
between pour hands, koz to it wil be ſolt, do ſo often times 
and when it is dꝛye, take of Goole greace, 02 hogs greace 

in a woollen cloth, and rub it therwith too and fro a good 


ſpace bekoze a fyze,0z by a hote ouen, ſo tub and * 
well 


Pol.49, 


well in with pour hands, that the Kreace be not feene,Df 
both, Goole greale is the better, then Linſcede ople, oz 
Hoemakers trayne, 


Another way for black leather, 


To make a black leather, be it ſheepe oꝛ other. Firff take 
your leather and ſtretche it, then ſpzincle it well oute of 
your mouth with water, then take pour tawing ſtock, æ 
taw it well therewith,alſs rub and chafe it together with 
your hands as ſhomakers do, c dzaw it wel wich y dur paz 

ring pꝛon, then put it on pour dꝛeſſing boꝛd, x ſtrik it with 
a woollen cloth til it be al euen, æ then ye may colour it, æ 
when it is well coloured, then w2ing the ſayd colour out 
ol pour ſkinnes, ſo put it in agayne into the ſayd colour, ⁊ 
ſo do as ye did befoze, at the firſt time it muſt bee alwaye 
twile coloured, then hang it in the ſunne and let it d2ye, 
then pe ſhall take it ag ayne, not being thozow dzye, rubbe 
it, and colour it agapne, as befoze, If pee haue it verp 
ſoft: rubbe and chale it bet wirt your hands, euer bekoze 
pe colour it, ſo being well dye d and coloured, which at the 
leaſt muſk be v. oꝛ vi.times ouer. Thus pee muſte do foꝛ 
ſheepe lkinnes, which alſo muſk be dꝛeſt with allum, and 
when ye lay pour colour on them, then take lynſeede ople, 
and with a woollen cloth, ſtrike your dꝛeſſing yꝛon theres 
with, and when your ſkinnes be the reon well tawed, chen 
take of your fleight colour oꝛ dye out of pour fatt all cold, 
and colour pour ſkin therewith, once after your laid lin- 
ſeede oyle. The n put it together, and wzing foo2th the oile 
F greace therein, the colour allo, and being well wzong 
out lay it together, and colour it once againe, and being 
thus coloured thꝛee times ouer, then take and dꝛpe it, and 
{9 it is done. 
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To Gilde on leather, g 


Firſt pe muſt wozke it well, and ouerſtrike it with the 
whytes of egges, and gum water -beatentogeather, chen 
lay your gold thereon, and ſtrike it well, ye mape teniper 
therwith harde polkes of egges beaten with gum water. 
The redde and geeene {kinnes ye map verniſh, as to take 
a balon with a [mooth bottome, and put coles vnder, and 
then laye, and ſyꝛe ad your ſkinne thereon, ſo ſtrike your 
ſ(kinne all ouer with verniſh, but afoze pe ſtrike it ouer (on 
the bottome of the balon o2 pan) pee ſhall firſte rubbe and 
warme pour ſkinne all oner on the baſons bottome, then 
itctke pour colour all ouer thereon, aud ſo let it dꝛye, and 
being dꝛye, ſmooth it with a llike ſtone, and lo pee ſhall 
make it fapze. 


To małe a lye to dye a blue. 


Chen ye will dye a blue, pe muſt make a ſtrongly e, 
and ye mult take twiſe ſo many aſhes with a third part of 
chalke, then make ic ſeeth foure paternoſter whiles, then 
calt thereto of clean? ware, whiche will make it clarikye 
the better, then ſet it ouer the fire, and let it there ſoke two 
houres 02 thereabouts, then put into a pan fine pounde of 
woad;and put it to the ſayd lye, then hang it ouer the ficr, 
and warme it well without ſeething , and then put it in 
ſome hearing veſſell, let it remayne there halfe an houre, 
then caſt therein halfe a pynt of zemes, ſo called in dutch, 
and ſtir re it well with a ſtaffe, then couer it wel the ſpace 
of a quarter of an houre, and then it will be good and redy 
to dye with, then take ol linnen pearne, oꝛ woollen cloth, 
other kuſtian oz Oper: to haue it a light blue, put it but 
once in, and to haue it a little bꝛouner, put it in twyſe, and 
to haue it moze bꝛowner, put it thzile in, 02 ** 


bob 5x 
(ce it bꝛoune ynough, and when pee haue dyed e 
pleafe, let the veſlell reſt till another day. Ik then pe will 
dye moze pearne, linnen oz woollen, then mult the dye be 
taken out of the veſſell, and put into a ke tele, and put ther 
to foure quartes of lye, as is afozeſayd;ſscouey it wel and 
let it ſtand one houre, then put thereto halte a pounde-of 
greening weede, and hang it ouer the fyze againe, nd let 
it colour well without ſeething, then caſt it inta the vel⸗ 
fel with a pint of zemes, and couer it well, and let it reſt a 
quarter of an houre, and then put therein agayne to dye 
what ye thinke good, and colour it as is afo2eſapde, alſo 
when ve doe ſet and pꝛepare pour fatte, pee muſt haue to 
euery ounce of greening weede;one arc good __ 


To colour or dye a blacke dyes « 


Take a veſſell,and put in colde call water , then lap 
pour fuſtian therein, ſtyꝛre it and handle it well Gen 
and then put it into the black dye, and toſſe it and handle 
it well theerin alſo,and then ag ayn in the Call water, and 
ag ayne in the dye , doe thus lo often till it bee dyed y⸗ 


nough. 


To dye a fayre _ colour as Golde. 


L ay firff pour lin nen in allum water foure houres long, 
then take one part of chalk, and two parts of wood alhes, 


then make a lye thereof, and ſeeth your dye therewith, al⸗ 
ſs the beſt lye to dye with, is, to take two partes of wood 


oſhes, and one paxt ot chalk, wozke and vie 11 1 851 
perceiue bet. 


Te 


— 


To dye fuſtian gray, 
Tale of hay ates, and vyne aſhes by themſelues, any 
make a lye thereof, then put pour fuſtian there in the hay 
Iye, and then in the other lye, do it thus ſo long till ye let 
it all coloured ynough, with theſe and ſuch like yee map 
8 gray, but yee mult put ae alittle nioze of 
| 


very 


To dye blacke flke or reluet. 18 


Pe ſhall firffſoke your lilke in gal water an hourclong 
and then lett it dꝛye, then ſhall ye lap it in the lye of ſaech 
meale, ( ſocalde in dutch) and with aſhes of vines, aud 
lay it therin xii, houres oz moze, then let it die well, any 
after ye mult ſeethit in black dye two 02 che times, til 
that pe thinke it be faire-pnough, 


To dye a ſilke that hath loſt his colour. 


Take Satten oz Damaske that muff be made black, 
eth it firſt in the dye of oken barkes, then dye it in the 
winde, then ſeeth it againe in pour black dye, and ſo let it 
dꝛye alwaies againe. And if then it be not blacke ynough 


ſeethic in gall water and cats dye, til it bee fay2e ys 


nough, ſo let it dzye, then rub all ouer with butter, 02 0 
ther greace . and wing it well betweene your handen, 
| — 1 euer with a faire wollen en ſo it wil 
w . 


214) | 75 

To make a grey Fuftian, 5 88 

Fut lap your Fultian to loke the ſpace of tits 2 — 
then 


. 


koꝛth, and let it tecle, and thin put it eg ay re into ib 


aͤnd walh it cut ofthat cslcur and herg it to dzxe, 


Fople them tegtiher well , 1 
' Xſiell of Deefe 62 Pozke,andel 


then to diii. elles of Fullian, take two cuncesof by 

galles, and put them into warm water, then put pour gal 
water into another fatte, with eyght quartes of lreſh wa⸗ 
ter, t ben lay your ſuſt ian thert in, c irre it wel with pour 


handee therein, toſſe it wel, c wzirg it fozth wel, x laxe it 
therein egayncnehoure, ſo wzing it wel lozth, then put 


it into the black dye, and lay it thertin ancther heute, fo 
wing it wel, then ſcoure it in the faire riuer water, aud 
then hang it to dꝛye ik then it be not gray yncugh, ſoke it 
s gaine in fepze vater, ond then put into pcur gall water 
and then the black dye, then ſteure it and dzp it, ſo but le 
it and dze ſle it vp, and ſo it is done, 


Black ſilke to dye. 


To one pt und ol filke,tobc xii. gall nute besten into a 
fyne peulder then ſceeih that Clke with the galles in tem- 
mon water, balte en kcute lerg, them teke efyerirblacke 
dye, znd ſreth it therein anctYer belke Ferre, then en 
dre, 
and let it ſecth thercin erctkcr halfetcure, itthenit bee 
not fay2e yncug h, ſetth it therein, til it be fayze, tree 

1.d{o- 
it is done. | 


| 

To colour curried {kirnes preene,crfelles | 
to couer bookes, | 

Cake the bude of white x block tc zn, vhich re wut ge⸗ 
ther in the roncth of Auffut, whenihep beginne te ware 


' 1yxe and blacke, put tłt m in a well leaded pet, theſtace 


ture trntts of Alitm, & 
n putte it into s pcudzung 
eit wellthat it eke x0 

5 de, 


of ttenne derts ten put therer 


D* 
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wynd, then ſec it a little in the lunne, and when pe would 
colour therewith, take a little of the ſayd colour, x more 
it with ſome lye, and warme it, and then ſtrike it on the 
ſkinnes, and ye ſhal ſee a fay2e colour. Alſo take Lincaile, 
oz canker of Latine, hony, and mire them together in like 
and put thereto piſſe, ſo much that it map take colour, and 
allo —— the lkinne, and then dꝛie it in the ſhade, 


To make a yealo colour on ſkinnes, 


Take the rype lee des ol Nerpꝛ un, lo called in french, dzy 
them in the ſunne, and when pee will wozke there with, 
temper it with lye, and with a little allum of the Nocke, 
and iet it reſt till it be molten, the whiche will make it to 
take a pealow colour, but the lye multe fickte bee heate a 
litt ie. + | | 


To dye thread blacke, hk 


Tike quanticieo bwken,o2 b2uſed ap bople 
them in water in a ſmall potte, and when they haue a lit⸗ 
tle boyled, take out all the galles, and put into the ſame 
pot ſo much Coperas as pee haue had of galles, and put 
therewith a little gumme ok Arabye, and then giue it a⸗ 
gayne another boyling . ſo let it boyle a little, and with 
the layde dye, vee ſhall colour therein pour thzeed, then 
take it fo2th and ye ſhall ſee it a Faye ſhining black, 


' 1Todlyerhread Brave 124.341 Nr 


Take of the ſayoblack we, fo muchas ye lin, and pitt 
thereunto halfe ſo much water ;moze 02 leſſe as ye will 
haue pour colour deepe ox light. Then boyle pour thꝛe ade 
therein, and you ſhal haue it gray as pe lift, other bzowne 
oz lighter, other alter a mouly dunne. C 

© 
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To dye thread in ſad purple colour. 


Take the barkes of Pomgranads, x che pilles of dꝛyed 
Ozanges, then bople them in water with a little Allum, 
as great as a (mall nutte, then let it coole, and when it is 
tolde, put pour thꝛead therein, and 1 it againe, and pe 
ſhall haue a fayze colour. 


For to currie a raw Ooateſlinne. 


Take a gotes ſkinne raw, and put it in warm water, 
and let it reſt there a day, then ſcrape and cleanſe it very 
cleane, and take away all the filth thereof, and to finiſhe 
it, take water, and ſet it ouer the fyꝛe, and put therein a 
handfull of fatte, and foure ounces-of roche Allum, then 
fp2re all together till it begin cobople , then ſet it from 
the kyze, and let it reſt til it be cold, chen take an egge, and 
beate it with a little Opleoliue, this done put your gates 
fell inthe layd water, and ſtirre it well all about with 
your handes thꝛee oꝛ foure times, and ſo it ſhall be in good 
caſe and well curried. 


To dye ſkinnes in 4 * like azure , 


The wooll being cleane taken off, and the fell wathed 
cleane infayze water, ſo wzing it al out, then take the bes 


ries of the greening tree, as papnters vſe and the 
of elder, ſeeth them together in water of Allum 
ſtrayne that water, ſalet it reſt, then poure away 


erries, 
, then 
the vp⸗ 


permoſt, and ſtrayne the reft agayne. then let it dꝛye, and 
wache with that cleare water, but ſee that your fell bee 
tleane: then take your colour, and ſtrike your fell al ouer 
therewith being RON and ſo lee it re, ſoit will bee a 

good blue. mA 
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To dye ſkinnes with Madder,calledKubea tincto- 


rum in 1 f 


Firlt lec that your fi kinues be ready waſhed and wrong 
cleane, and ſo layd abꝛoade, then ſhall pee weat it all o⸗ 
uer with the lyes ol whyte CAine, wherein baye Salt 
haue been boyled, and ſo wzing foo2th that agayne, then 
take the aſhes bf the ſhelles of Creuis, oꝛ Sea crabbes, 
and temper it with the fozeſayd water, and ſalt,and theres 
with rubbe your [kinnes and waſh them well then with 
cleare water, and wzing him, take ruddle #temper4t with 
the ſaid lies, and rub it al ouer ther with, e lo with the [aid 
menen and wzing it thꝛee times, ik it be not then 


well, ye ſhal giue him a colouring with bzaſill, and pour 
Madder mixt together with the ſayd water oz lies, oꝛ that 
ſome tartar haue been ſod in, which muſt be made warm, 
when pe lap your ruddle, ſo leaue it a night, then putte on 
your Madder, mirt with allum, oz lies, oz allum cativum 
ſteeped in water, allo you map adde vnto it, the ſhering of 
ſcarlet taken out ofthe bopling lee, ubich is alſo good. 


A gw th to greene dinge. 

Take art and cleanſe — 1 klanes, annoint and ſoke 
them well in cold water. then take the berries of the ſap 
greening tree, and being rype about Michaelmas, take & 
ſtampe them, and ſo let them reſt iii.oʒ iiii.dayes, then put 
therto ok raine water a little, and then boyle them with a 
ſofc fp2e,in ſtirring them ſtill, then if ye will haue it light 
greene, put to but a little allum;& the ladder green put to 
the mote allum in they boyling,# boyle it but a little, then 
pe * fold pour \ kinnes in the middelt, and rub . on 


| * 
N 
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rub your ſapd felles therwith on both ſides, then rub him 
with the ſayd colour agapne allouer, ſo waſhe him with 
fayze water and let him ſo dzye,but finely wing him out, 
then ſpꝛead him, and caſt of the foꝛeſayd thinne colour, all 
ouer the fell, and ſo let him dꝛye, x it will be a fine colour, 


Aſleighter greene with the ſappe bertie. 


Let pour ſkinnes be firſt annointed, x wel waſhed, and 
ſo wꝛong fo2th, and then ſtretch them as the ozder is, then 
take ofthe ſame ſap berries afozeſapd, let them be ſtampt 
with roch allum & water, and a little boyld and therwith 
giue pour ſkinne a ſtroke oꝛ two all ouer. q then let it dꝛy, 
then cine him a colouring with pealow, made ok the ſayd 
berries, ſod with allum water, and againe of ſaffron, then 
let it dzye, and pe ſhall ſee a faire colour. 


„Another greene for Skinnes, 


Pour ſkinnes being annopnted, waſhed and ſpꝛead, ve 
colour him with the fozeſaid ſappe greene, and put vnto 
it a few weat aſhes, and rub the fell all ouer therewith, & 
being wached e wiped againe, ffrike him ouer with In⸗ 
dian colour, ſod with roch allum , e lot it dꝛy, chen ſtrike 
bim oner with the kozelaid yealaw , and ſo pee ſhall haue 
a faire excellent greene colour. | 


To dye a Crimſine colour, 


Scrape hard ſope, and ſo melt it in commen water, & 
put your ſilke in a linneno? thin canuas bag , & ſo put yt 
into the kettle tothe ſoped water, & let it voile ſoftly halte 
an houre ſpace, but ſtur it oft fo2 burning then waſh it in 
ſalt water ſirſt, and after in freſh water, koz eche pounde 
ol ilke, take a pounde oz moze D allum, laide ſufficiente 
ii. ut 


— — — 
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in colde water, and therein put pour ſilk without the bag, 
and let it reſt therein vin, houres , then take and wache it 
in fre{h water, then wzing it, and put it in the pan to the 
crimlin colour, being well ſtampt and cle ane, take tiit. 
ounces, & boile it with ſo much wat er as will couer pour 
lilke foure fingers aboue in water, and to eche pound of 
crimoſine colour, put too thꝛee ounces of galles in fine 
pouder, 02 in ſteede thereof pe may put in halfe an ounce 
of Arſenic, which is not verie whole ſome becauſe of the 
fume, noz the water therco*, and when it bopleth put in 
your ſilke as afoze pꝛepared, and there let it bople a quar⸗ 
ter of an houre, then wzing it a little, and dꝛpe it in "ye 
ſhade, and ſo it will be fayze. 


To die a black after the common ſort of the coun- 
trey women. 


They take lo much water as will couer the hoſe, p2 os 
ther cloth , but firſte they all to ſtrike their hole oz cloth, 
with lwart ot the grindſtone, then they laye elder pilles 
lirlt in the bottome ok the veſſell, & thereon lay pour cloth 
02 hoſe, and then pilles therean againe, then lay pour hoſe 
thercon, a pilles che ron agapne, c then couer al with wa⸗ 
tet, ſo let them bople ſoktly two houres ſpace, and turne 
your cloth often therein, then lee if it be black pnough, if 
not, take new wart, and pilles, and vle them as pe did at 
the firſt, and ſo boyle them agapue till they be black, then 
ſcsure and waſh them out, and it is done. Some women 
doe take (in ſteede of elder) plumtree pilles , ſome black 
thozne, and ſome pong oken pilles, and oke apples greene, 
and lo dyes with them in like cale, 62 the tender ſhewts of 
bꝛacbzpers, oz greene walnut huſkes, al theſe are good in 


ſommer to dye with, YH 
OW 


1 
How to harden Fron and Steele, and 


allo to ſoften, to ſoy der, and to gylde. 


To make Yron, or ſtecle a as soft as 
Copper. 


5E Ake a chalke ſtone vnſlect, with as much al- 
um, firſt Lampe the Allum vr rie fine in a 

I mogzter, then take your chalke and mingle 
e | therwith, then ſpzed it half a finger oz afin- 
158 ger thick, on a linnen claut, wꝛap your y20n 
therin, which ye would haue ſoft, c lay it in the middeſt of 
a fy2e, and there let it lye an houre 02 moꝛe, till the fyze 
is out and be all cold of himſelfe without any other thing 
done to it. Then ſhall ye take out your yꝛon on ſte ele, and 
it will be as ſoft as it were right copper in his hardneſle, 


Another way to ſoften, 


Another wap foꝛ the lame, take only a white fire turffe, 
and lay your pꝛon 02 ſteele in the middeſt thereof, and lay 
it in the fire, and let it lye there ſo long, till the fy2e do go 
fozth,and ware colde of it ſelfe, then take it out, and it ſhal 
be as ſoft as neede ſhall requier. 


To make Yron ſoft, 


Take the water, oꝛ the iupce of Rafany, which I take 
to be the Rape, then heate your y2ou hote, and quenche it 
n and it ſhall become ſoft ag ayne. 


3 Another 


— 
— q 


Another way to make yron ſoft, 


Take of So pe alhes, and vnllect lyme, of eyther * 
then make a — thereof, which lye yee ſhall ſtrayne nyne 
tymes thozowe a ſtrayner, then take other yꝛon oz ſteele, 
and lap it therein one night, and it will be ſo ſolt yee may 
eaſilie cutte it, will pee then haue it harde agapne, 
ſo quenche it in colde water, and it ſhall ware harde a- 
gerne. 


1 | Anoihea wWayt to maße jron orſteele bolt. 

- Take the pelo webs of Pütigolbes, with the ſkele 
and bloſſome, ſtampe the flowers, and ſtrayne it thozow a 

cloth, and put that tupce iuto a pot, then take the von 02 
ele that ye will make loft. and as red hote as yes canne 
vob lebe it in that Wenn ; and it will bee as ſoft as Cop⸗ 


per. 


ethos way to ſoften , 


Allotabe llecken and long wozmes out ok the earth, of 
eche'n like, and a thyꝛd part of ſalt, then take an earthen: 
potte, and make it full ok holes in the bottome lyue toa 
ſite, then take the ſalt, and lalt the woꝛmes into the pot. 
Then take another potte, and ſet it vnder that pot, then 
will that ſale melt with the wozmes, and runne intothe o⸗ 
ther potte , and that in the vnder potte pee ſhall keepe, 
then lay a ſtone on that pot, and make it coſeeth well, and 
ſcumme it ſo long as any ſtumme will ryſe, chen take it 
from the fp2e that it may coole, then ſeumme that ol a⸗ 
boue , then make your ſkeele red hote as fy2e , and ſo 
quenche therein, whichp20n oꝛ ſteele a man may bow like 


as it were copper: then to make it hard, heate it red hote, 
ns 


- 
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und qunche it in cold —_ Ou RON were 
| fineſtcele, [ off net g nu = 


Tomakeyron ſoſt. 


Take an hearb called in Latine,Vngulacabellina,lbyi 
bn in Engliſh ot ſome colts foote,02 Bulls foote, 
take and make a waterthercof, aud make pour pꝛon redde 
hote, which pee will haue ſofte, then quenche it in the 
ſayde water, and it ſhall become ſofte, that pee maye 
vle it foꝛ pour purpoſe, and ſo harden it ag ayne as the os 
ther, 4 


14 
8 14 


T7 Abgcher way to ſoften; F 


117. 


Take Slecken lo call in dutch, and » ffampe 11 with 
krong wyne Uineger „then make vour Yꝛon oꝛ On ren 
hate, that yee will haue fofte;, ondquenche: in the ſayy 

| lupce, and then it ſhall bee ſofte like the other, and to 
male it harde.agayne, wherein to quenche with cold was 
ter as _ . 


| | | 1 
5 


Ka . 39 1 


9 1. Ty Jo. 41 N [31 * 3 161 


"Take of onancnchew ung Ma as comedies fope aeg 
thereof ye ſhall make alye after this manner, which is. xe 
ſhall ftrapue it thozow a ſtrainer ix. tinies, then take pout 
ſteele oꝛ chꝛiſtall, and lay it a night therein and a dap, ſoit 
ſhall 10 very ſolt, if ve will haue it hard agapne,fo quench 
it incold water eee neee n e 24 3803 
R Wok; { C144. 490}! 30 7801 


Por va 'olcken ad, 5 il 


Cake dur pꝛon red bote, then quenche it ol tende 
Dle , doe this ſo often till ye ſhall perceiue it to ber ſolt 
| P nough, 


: 


Pol, 62. 


vu gi und audther is take the blody of Eeles; atty make 
your pꝛon hote, and quench therein. 


Agayne to make yron ſoft, 


Take ofclay; aud lappe it tound about your y2oh with 

a wat cloth then lay it in a hore: fyʒe ot coles, a in a fyʒe 

2 5 curſes: ſo lette u de' til _ nt * byms 
te „ 399918 


A 21 Another to ** yron. | 

Take the iuyce of an hearb called in lattin Marubium, 
in Englilh Pozehound, with the iuyce or gherwe, ſo called 
in dutch, which J take to be Benbane, and alſo the iuyce 
of Radiſh, and mire them with Aquauite , then queuch 
thereln : and when per will haue it harde againe, then, 
Ur hote as hefore,and quench it in cold waret. 01 


TH T9900 A Ai io! $39 Ms 


wan Jo make lonas ſoft as lead. 


Take and make blacke flintes into a fine youder, and 
grynd it well. vpon a painters ſtone, chen put it in an yon 
panne, and make it red hote, then caſt it on a marble ſtone, 
till it be np? colbe. und thru aaine make it red hote, then 
let it coole, and grynde it ſo long tiltit cle aue ta the ſtone 
and grynder like clay, then put that in a glaſſe, and ſet it 

vnder the eanes of a houle, where the ſunne commeth not 


nye in the dane; then the night alter take out the water, 


that ye ſhall finde inthe glad aboue thereon; then take 
that pouder, and grinde it wich the water, and put it in a 
ſtillitoꝛp, and letit ſtiſt out the halfe then reuerſe the 


water agayne vpon the poulder, and ſtill it agayne with a 
ſolt fire, then take and lerth that water till the halfe bee 


waſted , ſp done : then take ſome yzon blade chat is new 
090417 (44 bꝛoke 


— 


— . — — 


; | Fol. 64. 
| bꝛoke in two, e put it together & holde it ſo a little while, 
then take ofthe water which was ſod to the halte, x with 
a feather lay it fyzſt onthe one ſide of the blade, and when 
that water is colde, then lay it onthe other ſide, and it wil 
ſowder kaſt with that water. 
And with this water ye map make ſteele as ſofe as lead, 
02 butter, æ to make thereof with tooles, as in waxe what 
ye lift. Alſo this water is a ſoueraine thing to helpe the 
goute, ik therewith it be annoynted where the greefe is, & 
it will ſoone remedie it. Aith this water ye may make 
letters on yꝛon oꝛ ſteele, towꝛite with a water theron with 
your pen. Then after take of the vnſodden water, and put 
thereto ſome ſaffron, and grynde it together , and then 
dꝛawe thereon what ye will with other water, and ſo let it 
dꝛye. which ſhall ſeeme a fayze colour like golde, thus pe 
may mixe and grinde any colour pe ple ale with your ſod⸗ 
den water, and it will ſhew in like kayze, 


To make Steele or yron ſoft, 


Take the iuyceof)emloc, ſtampe and ſtraine it, then 
put vnto it ofneates Dple , and ſo warme it, and beeing 
warme, make pour pzou oz ſteele red hate , and quenche 
therein, and then heate pour pꝛon ag apne thzeeo2 foure 
times, and ſo quenche therein, till pe ſee pour yꝛon become 
ſoft, and bow like lead, alſo pe map take ople,and d2oppe 
into it molten leade thzce oz foure times, 4 therein quench 
pour pzon oz ſteele allo. 


— 


To make yron or ſteele ſo ſoſt that ye may ca» ; 
| fily wreath it, 


Take the gall of a Bull, oz of an Ore,and mixe it with 
Uernice and pille, with the iupce of Mettles, eche ol lyke 


quantitie, then make pour Steele oz y20n red hore, and ſo 
. J quenchs 


F ol. 64 | 
ijuenche therein, aud ye ſhall ſee experience, 


Io make yron foft another way. 


Take Saluiter, Uitrioll, in poulder made and well 
beaten together: then pee ſhail diſtill them in a Lymbec 
ol glaſſe. Then take the ſayd diſtylde water, and pour p⸗ 
ron which ye would haue ſoft, lay it therein a dap and a 
night, then take out your pꝛon, and couer it in hote hozſe 
vongue, the ſpace of filteene dayes, then wozke therwith 
and ye ſhall ſee erperience. Alſo in making pour pꝛon red 
hote, ye may quenche it in Dre dongue, oz Cowe dongue 
mire with honye, and Dyle olyue , Then heate it and lo 
often quenche therein, and per ſhall ſee it will be ſo (oft, 
that ye map make oz wozke with it at your pleaſure, 


Another good way to ſoften yron, 


Take hony o [kumme it cleans, and then take ok frech 
new gotes piſſe, a quantitie of roche Allum, as muche of 
Burras,alloof Ople olpue, and ſalt in like potion, then 
mite them al well together, and make pour pꝛon red hote, 
and ſo quenche therein. 

Agayne, when ye would ſoften any yꝛon oz ſteele, firſte 
hoide it ouer the flame of the fy2e til it be hote, then ſerike 
it ouer with ſuet oꝛ other greace, then hold it ouer the fire, 
and let it dꝛpe in, do fo t wiſe oz thʒiſe and it will be loft. 
Allo take ofhozne and ſcrape ic vpon leather, and put 
thereto Salat moniac, and piſſe thereon, then turne pour 
yꝛon thereon being vote, til it hath conſumed pour leather 
and ſtuffe, and ſo it will be ſoft, 

L Likewiſe take or Salarmoniat, ot vuſſect lime, ofech 
like, of Uenis {oye moe then both the other, ſtur all well 
together, aud lay pour ſteele therein, and make it mayſt 


with 
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with Uineger, (s let it reſt therein, foure dapes, and wozk 
ther with, pe map vle (mall peeces ſo, but fox greater, take 
cow dongue, whites ofegges,and clay,ccmper it with vi⸗ 
neger, and lap pour ſteele therein. | 
Aaother, take ſalt, wine ſtone,otech in like poꝛtion, tem⸗ 
per it with clap altogether, and ſo lay your ſteel: therin, # | 
lo lay it in the ye, the ſpace of two haures , tyen take it 
fozth, and let it coole of it ſelfe, and it will be ſoft. 
Agayne, take of ſope and vnſlek. d lyme,*ofcche in like 
po2tion, and of Salatmoniac ſomewyat leſſe, and wozk 
#X make a paſte therof,then lap pour pꝛon oz ſteele therein, 
F ſo lap it round with clay, and lap it in the fler, q heate it 
red hote, and then take it fozth and let it coole of it ſelfe, 
as the other atozeſapde, and then pe may wozke thereof at 
your plealure. 


A poulder to ſoften mettals , 


Take fff. parts offooking glaſſe, of galles, of other 
glaſle, of ſalt, or eth one part, beate Emir them all wel to⸗ 
gether, x tit. parts ofthe ſame pouder, & one part of pour 
mettal, and mele them together, and ſo vle it as pe pleaſe, 


To make yron hard. 


To make pꝛon hard, ye ſhall take the diſtilled water of 
Uarucn, and heate your pꝛon red hot, and quench it there⸗ 
in, do thus viii. oꝛ ir. times, and ye ſhal (ee it very hard:al⸗ 
ſa another, which is. take the greene iuyte of Marubium, 
c ald in Engliſh hoꝛehound, with the iuyce of radtH, mirt 
with ſome Aquauite, æ your yzon being red hote, quenche 
therein, oz take the laid hoꝛehound, and dzy oz burne it, and 
then make poulder therof, x mixe it with much ſalt, x har⸗ 
den therewith. 


12 ä Another 
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Another way to harden yron . 


Take of Antimonia, Callamint # Coperole, beate eche 
by himſelle co poulder, and then ſtrew therok on pour glo- 
ing pꝛon, and ſo heate it agapne, and all to ſmeare it wich 
theſe poulders agayne, then temper it with this iuyce fol- 
lowing, Take the iuyce of Celondine, as much ok the roots 
as blades, till x pounde waight , and ſtampe them , and 
ſeeth the iuyce to ſire pounde, and when pee will ſeaſon 
any mett all, quenche in the layd iuyce of Telidon, and it 
ſhall be hard. | 


To harden hammers and kniues, 


To harden al manner ok edge tooles, ye ſhal take hozſe 
dongue, and then make pour Rniues oz other tooles redde 
hote, and ſo quenche it therein, alſo to take the filinges of 
Y2on oz ſteele, and they will harden alſo, o2 take ſhoes and 
burne them till they be black, and make a pouder thereof, 
and take of that poulder, with the like quantitie of ſalte, 
then ſtraw it vnder and aboue your files, which hall bee 
layde in a ſqare y2on, couered with a lid of y2on, pee ſhall 
ſtraw your pouder thickthereon, and then ſhut it. This ye 
ſhall make red hote altogether in a hote fier, and quickly 
quenche it in cold water, and ſo let it coole therein, and it 
will be good and hard. 


To harden another way all kinde of tooles, 


Take the iuyce of Pentaſilon, that growes in heathes, 
which is fiue leaued graſſe, called of ſome ſpnke fople, 
with ſo much of the iuyce of wozmewood, keepe this in a 
veſſellofglaſſe. Then take Pieren(ſo called in dutch) and 
ſtampe it and ſtraine it thozow a cloth, and al too ſtrike o- 

uer 
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uer with this, your y2on being red hote, and as it dꝛpeth 
in, ſtrike it ſo againe, and it will make it hard. 


Another good to harden yron or ſteele. 
WA thet iuyce of an hearbe, called Nigil Romana, in 
Latin it is calied Melanthia, and make pour yzonred hot, 
and quenche therein, Agapne, to make yꝛon ſo harde that 
it will cut all other tooles, make it red hote, andquench 
it in the iuyce of Poule eare, whiche is called in Latine 


Pilocella, 
9 To harden yron ſo hard as ſteele, 


Take Snayles,and the firſt dzawne water ok a red die 
of the which water be ing taken in the two firſte mone ths 
ol harueſt, when it raynes then ſtill it, oz taken in the end 
of Map, then heate pour p2on red hote, and quench it ther: 
in, and it ſhalbe as hard as ſteele. 

Allo take Fimus humanus, the dongue ofmen, gil it in 
aLymbec, ſo that no water come threunto it, and that it 
mape bee ſomewhat dzye when pee ſtill it, and take pee 
heede of his ſauour, the water ye ſhal diſtil ewiſe i in a new 
glaſſe, in Balneo mary that is, one glaſſe within another 
in a pot of water. 

Ye map do the like. ſtil mens plood of a man ok xxx. yeres 
and of languine complerion, warme and moyſt, and being 
of a mery nature, and ple aſaunt, and whole & ſound of bo» 
dy, ſuch a man to be let blood in the middeſt ok his age, and 
that hath plentie of blood, diſtil o his in the midoſt ol may 


02 in May. And thus by pꝛoofe, and alſo the water of mans 
dong, if it be wel and rightly ſtild, heate your pꝛon glow⸗ 
ing hote, and que nch it in that water, ſo it will make it as 
hard as ſteele. But ik that water be not rightly ſtilde, the 
pꝛon will not harden therewith » but be as ſoft as it was 


a beloze, 


J 3 To 
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To makeyronor 19 hard. 


ſtrapne it into a glaſſe, and pe will quenche any pꝛon, take 
thereof, and put to ot᷑ mens piſſe and the diſtilde water of 
wozmes, lo mire altogether, and quenche therein lo karre 
as pe will haue it hard, but take heede it be not too harde, 
therefoze take it foꝛch ſaone after, and let it coole of it Leif, 
foz when it is well ſeaſoned pee Hall ſee golden ſpottes on 
pour pꝛon. 

Alſo the common hardning of pꝛon 02 ſteele, is in cold wa⸗ 
ter, c ſnow water, ſo when the edge ſhall ſeeme blue after 
his hardning, ſignifierh a good ligne & a right hardning. 


Take the iuyce ot kae Latin baruena, and 


To make ſteele hard, and to cut well. 


Take an hearb called ore tongue, o2 langdebeke, ſeeth 
it in water. both the roots and le aues, then make pour pzon 
dz ſteele red hot, and quench therin, and ye ſhal ſee erpert* 
ence. Allo take the yelow flag, cald in Latine ſpatula fæti- 
da, ſome do call it ſpurge woꝛt, take with it Uaruapne, of 
epther like quant itie, then ſeeth them together in tapzc 
water a good ſpace, and then let them ſtand and cleare til 
it be 1932 heate pour pꝛon 02 ſtecle red hote, æ quench 
therein. 

Yee mape make muſtard, and put vineger vnto it, and 
quenche pour mettals therein. Alſo pe may take the iuyce 
of earth woꝛmes, withthe tupce of houlleeke, beate them 
together, then ſtrapne them, and quenche therein, 02 take 
of mens heare,and heare of beaſtes, and ſeeth them in was 
ter till the water ware reddiſh colour, then let it coole, 
ſtrayne it, and quench therein. 

Alſo ſome do quench in the iuice of radiſh, the iuyce ol 
ſmallage, mixt together, and thelyne poulder of chen 
erem, 


. 
1 
2 
r 
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therein, and therein quenche pour mett als. Agayne, they 
take the iuyce ol Ue ruin, and the iuyce of an hearbe called 
Dꝛegons blood, and of ſcraped hozne, with halle ſo much 
lalt, the iuyce of earth wozmes, and the iupce of radiſh, put 
al theſe together afozeſayd, and therein quench pour met - 
tals, this way afo2eſapd are very good to make pour met- 
tals ſo hard as ye would deſire, make them whole, layze 


and bꝛigbt withalt. 


To make yron hard without any crackes, eleſis, 
or warpinges. 


Take firſt ſuet 02 tallow of a beaſt, and melt it, chen put 
it in ſome pot, oꝛ ſome other velell , whereas colde was 
ter is, and this molten ſuet mult be a finger thick vppon 
the ſayd water, and when pe will harden any thing, yee 
mult put it downe ſoftly thozow the ſnet- , into the ſayde 
water, and the quenching firf in the ſuet,and then in the 
Mater, it doth ſaue it withoute cracke, cleft , oz wars 


ping. 


Another way to harden yron , 


Take the iupce of Uaruin, and take ot land wozmes in 
the field, after the plough, oꝛ a nights in gardens, and put 
a pint of thoſe wozmes into a leaden pot, then put vnto a 


-- Koodhandfull of ſalt, then (fur them well, and ſo there wil 


come a water of them, aud that water ſtraynde vnto the 
water oz iuyte of varuin, and when they bee together, 
pt e ſhall quenche therein, This wap is good foz all wea⸗ 
pons. 


Away to harden pikeaxes, Fyles, or other tooles. 


| Takethe lupce ol Radith, the iuyce of Cadloc, the iuice — 
greats 


x2 


————— Bi 


with a cloth your gall thereon, and then let it dzye in the 
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great wozmes, a quantity oł gotes blood, mixt altogether, 
c your weapons being ground, quench therein, x like wile 
pour pꝛou.to make it hard. But to harden, Maples, Ares, 
Rnpues, and ſuch, is to quench in the iuyce of radilh, alſo 
men oft times to make files hard, do quench in Linſeede 
oyle, 02 with ſcrapt hozne, o2 with goates blood. 


To harden tooles to heyy all other, 


Pe ſhall gather of fielde ſnayles,o2 houſe ſnayles, with 
their ſhells, then ſtampe them a litt le, and diſtill them in 
a Lymbec, and in that diſtild water, harden pour ſteele oz 
pꝛon, but if ye will haue it very hard, ye ſhal take ſand and 
bzymſtone, and grinde them together, and lo ſtre we it on 
pour pꝛon 82 ſteele being red hote, and then quenche it in 
the ſayd water, and they will be very hard. 


A way of hardning of Augars, Perſars , 
and ſuch like, | 


He ſhall take of mens vꝛine old and cold, with the luyce 
of varnen, and the iuyce of wozmes, of ech like quanritie, 
then ſturre it well altogether, and lo quench your mertals 
therein, ſo karre as pee will haue it hard, then let it coole 
ſoftly of it ſelfe, till pe ſee ſpots like gold riſe thereon, chen 
take it out ofthe ſapd water, and they will be well. 


To ſet a colour or Verniſh onyron. 


To vernich pꝛon 02 ſteele, take the gall of a Calfe (a 
pour pꝛon 02 ſteele being cleane verniſhed, ) take # tryke 


ſimne, and it will ſhew like a gold colour 
To 


Fol.71, 


To colour tinne, or copper, ox to colour the buckles 
of gyrdles, and ſuch; 


Take ok Linſeede oyle ſo much as ye liſt, ſet it on the 
fire, and ſcymme it cleane,then put therein ol Amber, and 
of Alopaticum, in like poꝛtion, then beat and ſtyzre it wel 
altogether, with the oyle ouer the fp2e, til it ware thicke, 
then take itfrom the fier and couer it cloſe , then ſet it in 
the earth thee dayes, and when ye liſt to occupie thereof, 
ſtryke your mettall al oter therewith, and lo let it d2ye as 
1 in the Sunne, and ſo pee ſhall haue a golden 
colour. > 


"oC >» | #0 * a 


Howto oyldeypon yron or ſteele. 


Take a quantitie of wine fone, with as much Salar⸗ 
montac,and like of verdegrece, and ſome ſalt, then ſeethe 
altogether in whyte wyne, then ſtryke all ouer your 
burn iſhed yꝛon oz Steele, and let it burne in the ſunne as 
befo2e, and pe may gyld thereon with commen gold as the 
oꝛder is: and ſo it will be fayze and good. 


To gyld yron wich a water. 


Take ot water oꝛ running water, fox tii. pound of was 
ter, take ii. pounde of roche allum, and an ounce of vitriol 
» Romayne,and a peny weight of verdigreace, ot ſalgemma 
thꝛee ounces, one ounce of Dyxpement, then boyle al theſe 
together, and when it begins to bople,put in ſome lyes of 
tartre, and bay ſalt, of euery halte an ounce, make it ſeeth, 
and being ſod a pꝛety while, take it fromthe fier, e then 
ſtrike your yꝛon there with, then let it dꝛye agaynſt the 
fler, and being d2ye, burniſh SP it will be fayze, 


To 


1% 
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To pylde onyron another way, 


Cake itii. ounces of oyle lyne,of Tartre oz wine fyes 
two ounces, and two ounces ofthe peolkes ofharde roſted 
egges ſtampt, of Alto Cicotrinum one ounce, a quarter of 
a dzaccmofſaffron, then boyle all theſe in an earthen. pot a 
good ſpace,# if the oile oł linſeed couer not althe ſubſtance 
put thereto ſufficient of water, then anaoint your burutſhe 
ed »20n therewith, and it will ſhew as the colour of gold, 


To caſt a ſiluer colour on copper fur buckles of har- 
nes and ſuch. 


Take of wine fone, ofallum, & ofſalt ok ech like guen⸗ 


tity, then grynd them altogether on a paynters ſtone, and 


put thereto a leafe oꝛ two ot ſiluer, and ſo grynde it well 


with the reſt of your ſtuffe, ſo done, then put it in a leaded 


pot of eart h, and therin put pour copper a little while, ſo 
done. then ſcrape it with your wyar bꝛuch, then pee ſhall. 
ſee if it bee well, ik not, let it remayne therein long, and ſo 


will it be fay2e « 


To gylde yron as Goldſmiths do, with quick ſiluer, 
and gold foyle. 
A 

Take vitriol i.ounce, allum ii.ounce, ſalarmoniac i.ounc, 
then beate theſe into poulder, and boyle it in commen wa⸗ 
ter, then take your burniſhed yꝛon, x al to weat it with the 
layde water, ſo then lay your coldfople theron, e dꝛy it as 
gaynſt the fier, then burniſh it as men do, & ſo it wil looke 
fay2e,but if ye wil gylt with gold mire with quickſiluer, 
as gold{miths do, ye ſhall put in a dꝛagme of verdigreace, 
with halte ounce of Sublimatum, fo boyle them together, e 
let your y2on bople in the ſame water, but being lo greats 


ye 


# 
* 


eben: 
pe W rub it there with e heat it to receiue better 
the colour, with quick ſiluer and gold e when pee haue ſo 
heated pour yꝛon, yee may gild with the ſame gold ſo mixt 
E then kume it with a fire lamp , oz bꝛimſtone o2 wax. 


A good way to burniſh yron, 


Take an ounce ofAlopaticum citrinum, # an ounce of 
Amber, then mir and beate them together into a powder, 
then ſet it ouer the fire of coales in anearthen pot, t make 
it not too hote at the firſt, but when it is molten, put therta 
a quantit ie of ſeething ople,# ſtur it all wel — with 
à ſtick, then let it reſt, take it from the fire and coole it, and 
ſo keep it, and with this ye map verniſh at pleaſure, as pee 
doe other mettles. 


Toſowder on cold yron, 


Take two ounces of Salarmoniac,twoounces ofſalf, 
two ounce of wineſtone made in poulder, it. otnce of clock 
ſpyce, ſo called in dutch, vi ounces of looking glaſſe, beate 
all theſe, and mingle them well together, then put them in 
à linnen cloth,* lap it round, a finger thick wich good clap 
which clap muſk be wel tempered. Then put them in alea⸗ 
ded pot ok earth, x couer it wich another like pot of earth, 
then (et it ſoktly on glowing coles, ſo let it ſoftly warme, 
and by little & little encreaſe pour heate, till che ſaid ſtuffe 
bee all glowing hote c runn, ſo done, then let it coole from 
the fp2e, then take it kooꝛth and bzeake it ſmall, and ſo 
grynde it to a fyne poulder, and when ye will ſowder as 
ny pꝛon, pee muſt make it kaſt on aboozde , and ſee that 
the ioyntes be ſette cloſe together as pe canne, and ſirſte 
lay a paper vnder your y2o8, and put ofthe ſayd poulder a 
little bet wirt the ſayd ioynts, and alſo vpon al the ioynts. 


then w2appe it all rounde wite clay, ſauing aboue 
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which ee ſhall leaue open to ſowder at, then take ok the 
poulder of Burras, and put it in wine luke warme, 02 A⸗ 
quauite, and lo let it melt therein, ſo done, take of the lame 
wine, and with a feather ſtrike on che topnts above which 
be vncouered, then it will begin to leeth, ſo when it lea- 
ueth ſeething, it is then whole ſowoꝛed and ſound, then be⸗ 
ing ſo, take of your clay, and ſuch roughneſſe as doeth re- 
mapne on the ioynts, which ye ſhall not fyle ol, but grynde 
it of, and thus it ſhall be well. | 


Another way to ſowder warme on yron or ſteele. 


Take ok gumme water, and beate ther with ſome hearbs, 
which hearbes, it ſhall not ſkil what, and make it thick as 
a paſte, and when pe wil ſowder any place, ſtrike thereon, 
oꝛ lay it on the ioynte, then rub it thereon with lope , and 
then holde thereto a fp2e cole, and it will runne . Then 
waſhe of the ſayde dough, from the ſowdꝛed place, and ſo if 
will be Nr 


To ſowder on Copper. 


Take an ounce ok Coperas, halke an ounce ok whyte 
Arſenic, which is called whyte Dzpement, then make 
your Copper to runne, and diuide pour Arſenicke in two 
parts, then calf one part into pour copper, and ſtir it well 
all together, and then calf in the other parte of your Arle⸗ 
nic to your copper and ſtir it wel altogether, ſo done, c alt 
it on a ſtone, and ſpꝛead it thin, and when it is colde, beat 


it into a fyne poulder, and vle it likewile, as the 4-0 ve? 
foꝛe mentioned. 


 Tofowderon Latine, 


Ve ma fple pour lattine cleane all ouer, then put the 
ioynts 
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ioyntes cloſe together, and thereon [crape quicklye youre 
burras, ſo ye ſhall ſce it well and ſure ſowdzed, 


Another ſowder to ſowder on yron. 


Ye ſhall ſet your ioynts of p2on as cloſe as ve may, the 
one vnts the other, then lay them ſo in glowing coles,and 
then take of Uenis glaſſe, made in fine poulder and youre 
y2on being red hote inthe fyze, caſte the poulder of your 
glaſſe thereon,and ſo it ſhall ſowder of himſelfe, and bee 
very ſtrong withall, And ik ye clap it in clay as afozeſayd: 
ve ſhall nat do amille , 

Another good way to gylde onyron. 


or Steele , 


Take one ounce of Oꝛgall, oz O2ep2s, in dutch lo na: 
med, with a thyꝛde part of Uermillton, and a fourth part 
of Bolearmoniac, with as much of Aquauite, then wozke 
and grinde them altogether on a ſtone with lynſeede ople, 
ſo done: put thereunto ſome of the ſtone called Lapis Cala- 
minaris, the bigneſſe of a hazel nutte, and grynd therwich 
in the end, thꝛee oꝛ foure dꝛoppes of Uern iſh, ſo take it off 
the ſtone, and ſtrayne it thozow a linnen cloth into a ſtone 
potte, fo; it mult bee as thyck as hony, ſokeepe it, and 
ſtrike it whereon pe liſt, and ſo let it dꝛy, and then ye map 
lay your golde, oꝛ ſiluer ther eon, as afozelayd, 


A Varniſh like golde, for tinne, Siluer, or buckles 
ol copper, 


Ie (hal haue ſmall pots well leaded, then put therin vi. 
ounces of Linſeede oyle, one ounce of maſtick, an ounce of 
Aloepaticum citrium, then make them altogether in fine 
paulder,and then put them into your ſapd ople, x couer it 
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with ſuch another pot, which pot aboue pee ſhall make a 
ſmall hole in the botcome thereof, wherein ye ſhal put tho⸗ 
row a ſmall ſticke, with a bꝛode ende beneath, to ſtur the 
other pot withall, and when the pots are ſet iuſt together, 
one to the other ye ſhal cloſe them al about with good clay 
and couer them all ouer alſo, in leauing but the hole open 
aboue, with the {tick to ſtir the other pot, ſo done, ſet them 
ouer the fyze, in ſtirring it ofte, as it doth ſeeth, like pain⸗ 
ters vernich, and when ye will gylde therewith, poolliſhe 
vour mett all fpʒſt all euer, and then ſtrike the verniſh all 
ouer thereon, and then let it dꝛie in the ſunne, il it lye too 
thinne, ſtrike it ouer again lo okten as pe ſhal thinke good, 
and ſo let it dzie betwixt pour ſtriking, and then pee ſhall 
ſee it will do well. 


A way to graue on yron or ſteele, or other kinde 
of weapons. 


Take cole of a willow oꝛ ſallo, two parts of Uitriol oz 
Copares, two parts of Salarmoniac, wozke and beate al 
thele together well with Uineger, and make it thick like 
bzoth, and when pe will eate o2 graue any thing withall, 
dꝛaw ſirſt thereon with this thing following. Take Uer* 

milion,# linſeep otle mixt all together, then dꝛie it, & late 
it ouer with your paſt a ſinger thick oꝛ mo2e, and the war⸗ 
mer it is, the ſooner it will graue and eate, but ſee tt 7, it 
burne not, and when it is dzide well, doe off the laid poul⸗ 
der, and cleanſe the caſting out, then take twos partes of 
ſpaniſhe greene called verdigreace, and a parte of ſalte, 
then beat them together in a moꝛzter, æ put vnto it ſtronge 
vinegar, & do as is aboueſaid, oꝛ take Gitriol, Allum, ſalt, 
Lapis calaminaris, vineger, and ſallo cole, and make it 
as che other afozeſaid, oz take two parts ok vitrioll, and a 
third part ol ſalarmontac, and grind them wel altogether 
on a ſtone with vꝛine o2 piſſe, then lay it on as it is aſoze⸗ 
| ſayde 
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ſapde, but ye mu & lay it culd on, and ſet it then foure 02 
fite howers in a leĩler, oꝛ low coole place, foꝛ it w il be the 
better. 


A water to eate or graue on yron or ſteele. 


Take ot verdi gre ace, of Mercury ſublyme, of vitriol, x ot 
Allum, ot ech a lik e, then beat them [mal, c ſs put it intoa 
glaſſe, ſo let it ſt and half a dap, & ſtir it often, then ſtrike it 
al ouer with wax. oꝛ ve alow lead, mixt with lynſe ed oyle. 
02 liifen ſmout, ſo called in dutch, and ſtrike thereon with 
the water in the glaſſe, @ let it ſtand half a dap, but if pee 
wꝛite oz lay thin that p water may eat it the ſoner, which 
| pe ſhal couer al the pzon oz ſteele thin with war, E to dzaw 

the ron what ye lilk with a penſil in the war, vnto ground 
then ſtrike your water al ouer, and fo it ſhal eate on your 
grauen places, o2 laye thereon Mercury ſublimatum in 
pour gr auen places, and put thereunto vineger, and lo let 
it reſt halfe an houre after, and it will do well. 


Another water to eate on yron or ſteele 


more ſtron ger. 
© 


Tale an aunce of Uervigreace,halfe an ounce ofAllum 
Plumoſum,and half an ounce of Salarmoniac, as much 
bk wyneſtone, and halfe an ounce of Uitriol, and as much 
of commen ſalt,let al be ſmal beaten, #ſoputcogether, x 
put therto of ſharp vineger, #ſo let it ſfand an houre, and 
when to graue oz eate any thing ther with, it mult be firſt 
grauen, ⁊ ye ſhal wiite with Liifen ſmout, o pelow colo, 
then let it dꝛye, and then make pour fozeſapde water hote 
ina leaded panne, and let it ſtand ouer the fp2e, and holde 
your p2on and ſteele ouer the panne, and poure of that hot 
water thersn with a ladle, that the reſt may fall ag ayne 
into the koꝛeſapd panne, thus mute pee doe fill a good 
quarter 


f 
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quarter of an houre, x this doing, then take aſhes oz vnllect 
lyme &rub it, looke of that ye would haue eaten, ik it bee 
clean 02 not, it not dꝛaw it again with your yelow matter, 
# then poure on pour laid water, x ſo ye ſhall haue it well. 


To lay gold vpon yton or other mettall. 


Take of liquid varniſh i. ki. of Turpentine & ole of lin- 
leed, of ech i, ounce, then mix them well altogether , & ſo 
reſerue it, on this ground ye may gild vpon any mettall. 


Another way to gild ypon yron , | 


Take of bolearmoni ac, æ white gumme, ok ech one ounce, 
then put it into a pot ot earth wel leaded, c let it lech ther⸗ 
in loftly with a fter of coles, put therin two ounces ol lin 
ſeedoile,# when it doth rope like athzeav, it is then a ſign 
it is ynough lod, with which pee may vſe to gylde as is a⸗ 
fore declared, by theſe and ſuch pꝛactiles in mettals, pee 
may finde out the like ot other hereafter, | 


A water to eate on mettals. 


0 

Take an ounce of Saltpeter, an ounce of coperoſe, beat 
them together, and put them into a double glaſſe, x diſtill 
a water thereof, then take pelow oz red war, and ſpꝛead it 
thin as paper on what mettell pe will, oz weapon, then 
dꝛaw theron to the ground with a penſil ok ſteele oz other, 
then all to ſtrike it outer the d2zawne places with the layde 
water diſtyld, ſo let it remayne rrittt, houres which water 
will eat on pour pꝛon oꝛ ſteele ſuffitiently, The like waye 
pe map doe with other lozt of mettals, 


Finis, 
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